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Abstract of J P 2001 1 1 51 24 (A) 

PROBLEM TO BE SOLVED: To obtain an adhesive composition which does not induce the problems 
of safety and economical problems and exerts an excellent balance between adhesion and cohesion. 
SOLUTION: This adhesive composition contains a crosslinl<ed polymer prepared by crosslinl^ing a 
blocl< copolymer. Here, a block copolymer wherein at least two blocks of a styrene polymer block A 
and an acrylic polymer block B having a structural unit of the formula: [CH2-C(R1)COOR2] (wherein 
R1 is hydrogen or methyl group; and R2 is a 2-14C alkyi group) are bonded, typically an A-B or B-A 
type block copolymer or an A-B-A type block copolymer, is used. 
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[0 0 2 7] iOi^^ryn-y^'itfi-^frJi, 

:Hm>'Zj^txm'SMmK, tztm, ^gmtLT-^ 
- b nm^zi h mmwMm. o b ^ ^ ^ 

[00 28] m^(rmk^\,zm.fz-^^')^^Mzi^ 

[0029] ^^Hz7mmi:^-fhm-^mm\^m 
■fhb.^^u ^-mmm.mz±Mymmimx^^ 

mz^\'a^yi^^'^h:^x^)V^tfz\ixi~vy^m 

^(n^^Hzjmm^thi^^mJt 
ti\ 2-7-'p^: itfzki^uu) rot° 

^ryS2-hKP=^>'Xf-/p. 2-7-o€ (S/;{i:7n 
n ) 7° n fc°^ yfg 4 - h F n i^/f-yl- , 2 - 7"n t 
(t/'^fi^'op) -2-^^ylx7°nh°^yig2-b 
df-^x^;]/, 2-7'o^ (i3t{±:7no) -2-^f-;P- 
roh°jj-yK4 - h Fndri^7>;l^^i;>W?>^i.l. o 

j; < , ^ M#i^-&lt»!&MflHi: ^1. J; ^ t: 

[00 30] ^^Hzymmi^-fh^m^mm-fh 
b . 1 ^Mmxmmj^^^zmtxyi^u -?-imm& 

■tC7KS«&»AT-$^. ^(^Xd^s^Amzlt. ^ 
(2A) : CH2 =CR3 CO OR* (st^i. ti*^ 
R* {±*SS&i!'^^<ti,lffl* 

t-|>K*S2-6tor;k^;i'S-C'S,l.) T'^^fi-sr^' 
y/i-M^ /'c(i;-><^'^' U/L-Ktoh F^^i^r;^^;^x:^x 
jWM'^^i^til. Mi^mzii. 2-t Fndri/x-f;k 
(^^') T^'iJU'-b. 3-b Fn=3fi^7°nt7K;^ 
9) r^"JV-h. 4-h Kndfi^7"-f;l' 
UU-h. 6-b Ko^i^^^i^;K;^5') T^y 



[003 1] ^^^mz7mmmt^M-^mmik . 
"fiHizymm^^ti^mmimi-it . mmmm 
mwtizj:y)immm^tii. t<iz^ ±mmm 
m-Mm^zm\^th. -^tnmm (tztm. a- 

BS^B-AMTJirSB. A-B-AM^B-A-B 

mxi±^^ B ) c^;!^ ij v-7-0 7 ^ mmm u v- 

fe»*i8 OSa%J.:J.±t-^L^cB#,ifTliSDt-|>t, 
[fe*-r-l.*K*ht;J; 2{il.:i±«7j<|ga*i7-n'yy 

i^«s*, ii?i«Ka;T*ryv-3!)qi:m^t:®;ft§tL. m 
[0 032] ttz. :ii^^=^mm^mizmLfz:i<V'7- 

il4'tcxt°^^at /i(±7KK^ ^-t-S 7-n-y 7SS^ 
mzli. ( ^ ) 1 ^j^i^^t-^^^^;- < 1 2 l£?)X;K^f > S 
:^)%*tl■Cl^•l.7■'^■y^'itfi-^S*, (o) 1 ^3^1^4'^^ii''- 
^^< t i 1 ffl<^x;K^ ^at^i-^^r< 1 1 1 ia^J7lcSS*i 
•ir*iiTV^|.7'n7^^m^#:, 1^^^^ 
iz^J'-^j:< t 2ffl«7KSa3&%t ^iTt^l.7'P7^*fi 

[ 0 0 3 3 ] ±fB ( ■<) (Dy'uv^^m-^mt, x.-Kdf 
i^^^'-^i-^ IMS* It^m&Wmiz-^ttiX I ^ § so*i' 
a^Lv\ ^c7)j;')?i-7-iTyyjt^^-#;(i, 
^ 7 -y'— J; y 7 7 y 'I- 1 7 V — tJ,^'h<7)^ 7 i; t 

-r. jt^\mzx.t'^i^m^:^i-^^mmmmi . ttz 

[0 0 34] V ^yi^y'J:^Jm^iz^X. ^^I^tcx 

jtB tx . t° y ■^-m'^HMimizx.t'^ '^m^:mxx^ 
X'~x\ iM,wm:mM-^'im^zwM-t^. -7 to 

xf-p-y^^y-r-i-^ J;yr7 y;H^^ y7-<7)fi^|£ 
{»*i8 0M»%Jijl±t3lL.fcB#*TlMat-|> t , 
v-i!(7)#ii:5f«i/c(i^sOj£f§IPtx4^"df^j^^X 
•C#. ^tOlg. l3i-^4't=2flicr)Mte*^#t-|.*-^W 
ll&M^fflv ^ 1. 1 . 2 ffl<?)x^^ S^»J^tS^ft^^iflc 
^V'r^)V^m.'^zmX^fih. ttz. ±iS#l:ft^S-^ 
WJt«^aJ«tc^i-ttTi3sSDLT , ;Ky v-McOlfW 
St 3^^{i^t?)jSf§^i: ±*St ^c(i-tc03£f§a5t tcx 

4^^i^*&#A-r^is\ iiBNSi^Ti-^yyyatct- 

;i7)J;3^7-n'y7iifi^ftc(i:, x;^° 

[0035] ±m(^^^mz:L^^>'mi^i-mM.» 

^ (3A) ; CH2 =C (R6 ) COOR6 (^^^ 
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R6 i±7mtfzii?(f-)i'm, ^i;x;^°^>'S^#^-r 

;K;<^) r^";P—h. 3, 4 -x;K=¥>-;^^'n's^ 

^#;«4 Ofii%lilT. if 4 L <(i4mi%IilTt-*)l. 

[ 0 0 3 6 ] ^fc, ii-^i*ncx4t^i^»^*-r§a-&rjH 

mXT^t. HulBL!^.:^i^Wt:x;}?df^a& 

*ffi*^^{±^«5ara=x;K^i^a&#A-ri.-:^. ± 
T , 4^° y ^-iSi^rfBi[^*s(=xdf ^ ^WAt--?. i a 

tt-|> t , 2ffli^x*°^^a5^)iJta^#:^i^Sft'tT^^ 

7^'*S'^**x;t;°:^f>^fil»IL-C«fL§-y:l.> . ft 

m\^±i,zMmmm^tit. 
[0037] ±timmz:i^:i^^'^xi^i-i>m^ 

& ^-t- !> ^> f \ y f y 5 V ^ iiMif(^mj i pi 

i/}V. {t.tz\±9uu) -2-;<^;k7°ot 

:^yM9'^)>'i/)V. (i:^c(i^no) rot 

^yK3, 4-X;}?dfi/i/^nA.df J^;k;<^;K 2-7' 
{tt:\i9v3u) -2-p<^;Proh°^yK3 , 4 

[ 0 0 3 8 ] ±iB ( n ) t07-n7:?ftfi-^ft;ii. x-yf'^ 

>-mti^j:^i'm(r>-ijcr,^^trdi-Mmmmz-ttri. 
7mm^^±iij^^mcomijco^mfzii^tQ]&mmz-^ 

^ y^-mf-co^ y v-t LT^^^i^txd^^>'»^:f 
•ti^M.i^bji^i'mz7mmi:^tt^M.i^t mm-t 

^IblzX'O. tfz. ®i]^^rt(cx4^drixS^:t-f-§#. 
#aftt t ttc^^^rttx;^°^ixS&^t-|>S^MteM 

[00 39] ±ia® iO^&f (i. i)-1^^tCX;K^i^X^ 



'J. tfzztLtimiz, i>ffltc7Kss&*t-i>#s* 
&fi-^we3aD-rstfc*.t. ^^i^i^tcx^r^i^s^ 

-Mc^lBte*Si^^{i^i^ifi«SPt'x;K^>-S (tTtfi 

w±^iQtfzmco'm3^z7mm ittz 

{±x.-K^v^S) &9A-ri>;i;*i'T-§. ititcJ; Dx;^" 

^ ^» fc 7j<fe« /j^ftfii^*^^^ ii t T k ^ y 7 y M t» 

A§ii-?.;t(i^:§„ ;«7"n^yyftS-&#; 

^x4^°:^ v*ffl5rHTc-4 /iiix;^^ i-s 1 7mm t 

'owmmzmM^tix . ?^mmmmcoii^-^^(DA^^\^ 
%-^s§i^*^y^-&4)^L. 'f^mmEco\^±i>zMtL 

[0040] ±fE® (TiUmxii. *^rttC7KiSaS:*t- 

m^mmimmix. ■7-mmkh^mz7m 

m^mx-thtti>^z^ ^^^rttx+^^^-s^i-f-i,^ 
mw^ i: Mi^mm^zma l t , .t: y ±*i^ t 

ii^f i^iSffgPtx.t^^^-S^^A-r-?. t , x-t^^^-St 

'Kig* h /j :ftS^M*-5j-^ izTUiroy^m i-zmx § ^ 

^i-i-s^MM'j^ffiffltT. ^v^-mcomt^^mz 
j^ii^^^-mmAi-htti^iz^ jH'mz7\i^^:m- 
mm.mm-mmizmwLx . ^o-?-mcow±^ 
tfdi^coT&m^zTiimmrm.-t^, t . ^i^^f^^iymt 
tsmmtfM-'mitMi^m mu^riy y -yyatc^ 
AS^i-&„ in^.o7nvyj!;ie^f*t. mtitmrn 

[0 04 1 ] ±iE (^N) «^7n7^'ftS-^ft{±. 7lcKS 

fziij^^^Emmiz^ttix v ^ i> mmt 

Li\ ;(0j;3^7'n7yftS^f*(i. x^pyj^^y 
v-^3i;t'^'ry [))vm'ty-7-l:X9\-co^y'7-b ix. 

hztizxn. m^i^z-^m-i z t i . 
[0042] ^^mzTmm^^^is^mw^m^m 

izmaLx. ^iiv-^-mc^Mimmtzii^i^MimAz 
7mmimAt. ^(^Mi<ziji^^^iz2immt<^.i^ 

^Mi^^nm h Mi^mMzmfxmmLxt^ y -7-imm 
tzii^iD]Em^tw±Mst tzii^cDmmt 

(C7KI«&»At-^;t(cj;y. ^^izl±^ 6^^mz7ii 

mmmti^m^^M-^mmmuLx^^ y ^-isco 

ffih3«jS /::{±-ei^jfffSgPt7KS*S-»At-|. t 

tc. ^^^F^t7i<iix&*-r-i,fi^^Mij&ffifflLT^y 

-?-il£0iite*S(:i7KK*^SAt-S >r J; y . 2 ffl 
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[0 04 3] *||0l1tci5V^T(i. i«j;a^7-n^y^'Jt 

xmmzt<ti. tfzm^^z%,^<'tifz^mm^m 

(i , Sta! L J; 3 t= , 7-0 7 ^ U v-H'^J 

Ia7-n7?ftm'^*i07j<it« t ^ v^r^.-hSt ^ Jd 
[0 044] ^ti^y^^r^— htttJi. hui^y 

[0 04 5] ;(?3j;3^^'g-Ig<v. \ itflfi 
t LTli, yn-y^ftfi^fr(;&Sn/, 'KfisJ^^CiCL 

T?*to^>tii>*\ yay^^tfi^^#;i oofiM 

0. 0 5-5S*MtfflM-^"t-t§c^j*U 

0-1 5 0t;tcaDiJtTffo>rt*>'-c#, -^c^l^. 



[0046] a?fif35!iaofl!ico*S!j^:^f©i. ypy 

D x;K^ i-^^1iiai]ffl ^ Sp ;t T . ^^Ml't J; D x;^° 

[0047] X;K^^^^1fM'J{i:. ^Wt:2ffl* 
{iWXhi^X;K=Jr;/*Sr*^.S'fb-^"C'S)0, 
{i'x-f^y^^yr7-;Ui;^^yi^i;;t^x-f-;U (iJUT, E 

GDtBftt;-r^) . ^^y-feyyi^^yi-i-'/px-f/t/. 

fMBW5^ (El) T|gSiiSh':i;l.i'^'n^=3f^;y^'^df 

-t-^ mi^-A (E2) "c-is§tLi.y^^^y>>-^^-'f^ 

ly mtl<^-)^ (E3) T-a§tLl.3, 4-x*°df^>'^n 
^*y.;py ^.;t'-3' , 4' -x*°dt->'y:7oA.:^5^>-;i/ 

^;l';t^':^f>^-l- (lil,T, BEPt^*tl>) - fMEiO 
it (E4) f'^Sfi.^t'y- (3, A-J^t^^'^'y9u^ 

^i^)V) r-J^-v. fMsws^ (E5) xmith^'^m 

14X;l?=ifHb-^ (OT, 3EPtH&|jrf-|,) , 

^ (E6) T'lS§tLSHttlffiX;K^Hb-^!f% (OT, 4 

[0048] .lixh(r)^t°^'^^mmmU. yny ^ 

sa^s*/j'ttjfB ( , (n) <ny'uv9^-m^wx% 

5 if & - -c ^ )- K y -7-114' tx;i^^ >ajrWLTV^^/i 

ffifflL-CtffifflL^<Ti>j;i.^. mie (^^) 
nV9^n-^mi. *^yv-i[ttit:x;K^v'»&#LT 

^P;t^r^^, ^iOJ;^^rx*°df^5^3?ISMiJ&ffifflt-|. 

fz^^ y'uv^^m^wi 0 osigii$)f^ "o. mnso 

[0049] 
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<^(E1) : H-;Uv'i'D^+t?>-^^-+-y--l' F> 




CHa 




<^(E4) : t"X- (3, 4-X;H-t'>->i7D^+'>;l') T-:;'^-h> 




[0 0 5 0] [^1:2] 



(to) )01-1 15124 (P2001-115124A) 



<^(E5) : 3EP> 



-CO CO (CHs ) 5 CO) a-OCfla -Z 



-CO CO (CH2 ) 6 CO) b-OCHa -Z 

;o 



<S(E6) : 4 EP> 

CHj -CO CO CCH, ) 5 CO: a-0CH2 -Z 
f 

CH — CO CO (CHs ) 5 CO) b-0CH2 -Z 
I 

CH — CO CO (CHs ) B CO) C-OCH2 -Z 
I 

CH, -CO CO (CH, ) s CO) d-OCHa -Z 
(sCff^. a + b + e + d=3Tfe<9. ZJ±-of©5C; 



[ 0 0 5 1 ] ^/i, ffiffl-ri.±fE<?)^-'>AJ®^51^M!ll 
^tLT{±, ArNa + Q- . Y3 S+ Q- t/tfiYa 

U-;l^S, Q- (iBF4 - . PFe - , A3 Fb - , S 
bF6-,SbClg-.HS04-,C l^fcO^JS 

[0 0 52] fx ( KT>;t'7x-;k) 3 



Xyji-Y. fx (t-^'^yk^x-;!/) 3-K-'>A 

f ^xri/P-H— K-r>A ■ by7;l^^n^5'yx;l.7^ 
Jf-— 7X-;P- ( 3-b Kn^i^-^y^Ty;l-7 

ii-^. f^J:;t{f. fx (HT^^;t/7xri;l^) H-K" 
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-fb^n^nT-^-^mS^-Un-y (») m.(7^ ruv-9 3 8 

ocj ^rfc'^ffifflT-^s. ^fi^^=-^j^immm^ 
^0. 0 i~2oaw. ff4L<{io. i-BSM 

[ 0 0 5 3 ] J; 3 

3l^{±5 OmJ-5 J/cm2 h~ttcr,tf^J:i\ 

mii&&itb < izm&-^ii^j:\-^i)\ M^fiS^-l 2 0 

[00 54] *f|0^cDtt«SWM!f%ii:. ±iet/i J; 3^ 

p ym^ U -?-7-n 7 ^' A h T ^ U 'J 
uV9Bt *^>-5r < t 2 7" o 7 ^ g-^ L 7" o 7 * 
S^* ^±3i<:0 i: a {■z^m'mm L -C ^: 'J 

mmm. wmt;:}i<n-WL<mmmmLmzm.-^ 

tzimm^zmmmM-tmmmmm^imx i . 
mi^zx mmifzcD-h. mumx-mmmmti z t 

mmmtp^.^j:imm!& ix., r-7M^^i^- f 

7^'7S^^-bffi, 7°7Xf-7^'7S^— hR^, 7° 

I. tfz. ^i¥±mmmmm^:mT-ti^miz 

[00 56] 

[»SM] mz, :^?imc^)mtmmmtx . x^m. 
*wwjt-§o ii^. m&mi-3 0btx. A-B 
M4f^{4B-AM£?)7'n>y^'Sts-^ft^^'i'tg-^ y ^-r 
h x-mmm. Lx^j:mm^v v-^^^rr^ fis* 
mmfS.mz-)\^x , ib^^j i , 2 cof,i«»Mft t m 

[ 0 0 5 7 ] ±mmmmxm^rzA-Bm(^y'vj 

-y^'ftS^ft (l)~(15)fcj;t/'B-AMc07n'y^^tg 
^fi^-fiTIEt^SteM 1-16 J; WbKSitM 1 izJ: 

X. mmiMmtLxii. ±3Mmmum^^m^^fz 
p. ^^^mz7mm^:^-tim^mm\x'h^. 2-7' 



-H2PN>:Via). 2-7'n^7°nh°;tyS4-h H 
P^^-yf-zKlilT, #tC2-H4PNtV^5 ) , 2- 
yo^-2-;'<f-/l/7°nh°jrylS2-t Kodfi^xf-;k 
(IJIT. #t2-H2MPNtV^o ) . 2-7"nt-2 
-;=<^;l^Tnt:t>'K4-bKn^i^7"^/P mT. * 
t3 2-H4MPNti^-5 ) li. -eti^'-ix, TfEiO::*ja;T- 
■^f&^LtzhcOXh^, 

[0 0 58] <2-H2PNC0-^fii>'Jy^n^^y}P 
f])V^:'JA 5 F4 . 1 g ( 2 0 S U^;l/) t*7l<x^^ 

y^-'U n-/i/5 g ( 8 1 s u^;i/) t b°y i>> i s u y 
7 b;K 1 2 5 U*;l/) SrRJC^glstcA^i, i#itcr-fe 
by 1 4 S y y7h;l'i3j;iU«'2-7"n^7°nh°:tyK 

1 . 5 5 y y -y h;K 1 6 . 7 s y^;^) Sri^sjc^ 
mhi^>^^zmx}^mLts:-h^^. maLtz. mmm 
f*. wrnti^^* i^itcMx^;i.2 0 s y y "y h 
;i-tMft^S7i<i 5 5 y yy h/i/^lmx, J: <mb 0 1 

KT-2 0, Mftj£JS7K 1 5 5 y ij 7 V)VX% 3 0gt?f 

l.m.i:l fz(ryh . itlSx-f;^SriSJ±fi*t, fi±fi£fl3 
Zff^Xo{zLX%hritM±mi!ii:'^0^1f)V 

y=i/m-^m\) x-mmLx. 2 -h 

2PN&#3t, ;£02-H2PNC50JR^{±, 1. 4g 
(4 3SM%) -C'$>ofc. 

[00 59] <;2-H4PN. 2 - H 2 M P Ni3 J;t^"2 
- H 4 M P N co^ft > *7Kxf - y y y n -yl-SOfti:) D 
liZl. A-y'^y>it-ii^mv^tzm^±. 2-H2P 

^(D^jiibnmconmzi'')^ 2-H4PN2r^f!S;L 

fz. ttz. 2-7"o^7°ne;tyKtfOf-t*)'9tC2-7n 
^-2-;<^;l'7°nb3j-yK&fflv>/il.mi. 2-H2 

PN<^'^mbmm(r)mmzx'o. 2-H2MPN^^)t 

L/i, §^>t. is*xf-U'y^-ya-;Pi7)tt^0t:i , 
4 - 7"^ y ^ . 2 - 7'n ^ 7°n yK<7)ft*) 

D 2 - 7' n ^ - 2 - ^ f-;^7°^ b^ y^ ^ ffll ^/^c^f- 
Ji. 2-H2PNcO'^&bmmcom¥^zX'0. 2-H4 
MPN^^lSt/'Co 
[0 060] Mii^Jl 

^A^fii^3t4^P75X3t. X^lxy45. 5g 

(4 38sy^;i') s-jax, i#tt2, 2' -f t°yy 
y2.05g{i3. 1 5 y^;i^) ^Jn;t, ^^F^&a* 
gitt/i. >i^itca«si?iT. Mime 2 6 m g ( 4 . 
Be^y^./L-) ^jp^T, RK^^9 0°ctcjn»L. s 

^Ute^iJi: LT2-H2MPN2r923mg (4. 37 

sy^;p) Mx.xmi^immL. mwma/^r^zmm^ 
ST. 9o°cT-i 2B#rBifi^L/t, m^m (tumLxm 
m!&ji-miLfz4-^'j '?-m&m?ifS.j^mt:tim 
com^Mm^mtcD:\^U'7-mM.x'§it:)fzm arm 
t) timom».%&.±xh^zb^:miLtzcr>-tb. zti 
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CCT^' VlV-mn-y^H-l 82g (1, 4205 
Lfz, 

[006 1] m-&**W8 oma%m±tfc^ ^ t i 

WE IX t^^. m^m^z 6 - b F ndp ^;L'r ^ u 
M. 13g(6. 56 5U^/I/) SrjiJsjBLT , $1 

«x-f7^^^@*t. ^JESPSft ( 6 O'C) LT. ?ft 
ft;^°y v-T-fcl. A- BMcoT-p^y^ita-^ft (1) 

[0 0 6 2] m^J2-14 



2, 2' -h'h°y>"y{i;^(?)3fg^/l'SffifflLfc. 
[0 063] ^rt3. ^1(C*3V^T. rBAj^r^y;!' 
^n-7>;K r2-BEMPNj {i2-yn^-2- 

Xf-Zt-Tnerty^Xf-/!/, r2-CEMPNj ii;2- 
7nn-2-;'<f-;P7°nb°:t>'Kxf-;l', r2-HE 
Aj {i;2-h Kn^>'Xf-;I/T^' yi-— re-HH 
Aj «i6-h Fn=^^^=^^;t/r^'yix-b. -r-j)i>„ 

[0064] 







BA 










(3'J*;W 


(5U*;w 


(SU^JU) 


Kii^J 1 


45. 5 g (438) 


182 g (1420) 


2-H2MPN (4.37) 


6-HM (6.56) 


&mm 2 


22. 8 g (219) 




* ( * ) 




«ii«SJ 3 


34. (329) 




* ( ' ) 


' ( " ) 


mm 4 


45. 5 g (438) 




(10.9) 


(16.4) 








* (3.12) 


* (4.68) 


Siii^J 6 






* (4.37) 


* (8.74) 


w&m ■( 






* ( * ) 


* (4.37) 


mm 8 






n ( « ) 


2-aEA (6. 56) 


mm 9 






2-a4MPN ( " ) 


6-aHA ( " ) 








2-H2PN ( * ) 


' ( n ) 








2-H4PIf ( * ) 


' ( " ) 








2-BEMPN ( * ) 


* ( " ) 


«!ifiii«|13 






2-CEMPN ( * ) 


" ( ' ) 








2-HWN ( * ) 





[0 0 6 5] m.omm\ i - 1 4 j; y situ^-c a- 

CMn] , *S¥%*^a CMw] ioJ;t^-;Kyv- 



[0066] 
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Mn 
(XI. 000) 


Mw 

(XI. 000) 


Mw/Mn 




•jTp.^^^g^^ (1) 


5 1. 


8 


8 9. 


6 


1.73 






4 6. 


7 


8 8. 


3 


1.8 9 




:/n^>5?#a-&#: (3) 


4 7. 


3 


8 3. 


7 


1 . 7 7 




^/uyi^^m-^t^ (4) 


2 1. 


1 


4 3. 


5 


2. 0 6 




"fuy^^M-^i^ (5) 


7 2. 


0 


14 7. 


6 


2. 0 5 
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1 

PRESSURE-SENSITIVE ADHESIVE 
COMPOSITION, PROCESS FOR THE 
PREPARATION THEREOF AND 
PRESSURE-SENSITIVE ADHESIVE SHEETS 

FIELD OF THE INVENTION 
The present invention relates to a pressure-sensitive adhe- 
sive composition comprising a crosslinked polymer 
obtained by crossKnking a block copolymer comprising at 
least two of a styrene-based polymer block A and an acrylic 
polymer block B block-bonded each other and a process for 
the preparation thereof. The present invention also relates to 
pressure-sensitive adhesive sheets of the pressure-sensitive 
adhesive composition in the form of sheet, tape or the like. 
BACKGROUND OF THE INVENTION 
In recent years, pressure-sensitive adhesives such as sol- 
vent type pressure-sensitive, emulsion type pressure- 
sensitive adhesive and hot-melt type pressure-sensitive 
adhesive have been used for materials which are required to 
be easily adhered by simply pressing, such as packaging 
pressure-sensitive adhesive tapes, masking pressure- 
sensitive adhesive tapes for coating, sanitary pressure- 
sensitive adhesive tape, paper diaper fixing tape and 
pressure-sensitive adhesive label. 

As the solvent type pressure-sensitive adhesives there 
have been known acrylic and rubber-based pressure- 
sensitive adhesives. In recent years, it has been required that 
the amount of pressure-sensitive adhesives to be used be 
minimized from the standpoint of drying efiSciency, energy 
saving and working atmosphere. If the amount of the solvent 
to be used in the polymerization is reduced to meet this 
demand, a safety problem occurs due to difBculty in con- 
trolling the resulting polymerization heat. Further, the emul- 
sion type pressure-sensitive adhesives are disadvantageous 
in that since they comprise polymer particles dispersed in 
water, the water content needs to be finally removed during 
Ihc rormalion of the pressure-sensitive adhesive layer, 
rcsiihing ill the deterioration of drying efficiency and energy 

The hot-melt type pressure-sensitive adhesives are supe- 
rior to the solvent type or emulsion type pressure-sensitive 
adhesives with respect to safety or economy. For example, 
hot-melt type pressure-sensitive adhesives mainly compris- 
ing styrene-isoprene block copolymer have been known. In 
general, however, this type of pressure-sensitive adhesives 
exhibits a poor light resistance and thus are disadvantageous 
in that the resulting products exhibit deterioration in prop- 
erties with the lapse of time. In an attempt to overcome these 
difBculties and hence obtain pressure-sensitive adhesives 
free from these difSculties, acrylic polymer components, 
which are normally known to exhibit a good Hghl resistance, 
are introduced instead of the isoprene-based polymer 
components, which cause the deterioration of the light 
resistance of the resulting products. 

A random copolymer of acrylic monomer with styrene- 
based monomer can be easily synthesized. There are 
examples of an pressure-sensitive adhesive mainly compris- 
ing such a random copolymer. However, no products exhib- 
iting satisfactory pressure-sensitive adhesive properties have 
been obtained. On the other hand, block copolymers of 
styrene-based polymer component and acrylic polymer 
component cannot be easily obtained by any of radical 
polymerization method, anionic polymerization method and 
cationic polymerization method. There are no examples of a 
pressure-sensitive adhesive mainly comprising such a block 
copolymer. 
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SUMMARY OF THE INVENTION 
Accordingly, one object of the present invention is to 
provide a pressure-sensitive adhesive composition which 
comprises as an pressure-sensitive adhesive a block copoly- 
mer of a styrene-based polymer component and an acrylic 
polymer component that has been easily produced free from 
safety problems in the absence of solvent or in the presence 
of a small amount of a solvent to satisfy the desired 
pressure-sensitive adhesive properties in addition to the 
inherent characteristics due to the introduction of acrylic 
polymer component, i.e., enhancing the light resistance, 
without causing economic problems as in the conventional 
emulsion type pressure-sensitive adhesives, i.e., problems in 
drying efficiency and energy saving due to removal of water 

Another object of the present invention is to provide a 
process for the preparation the pressure sensitive adhesive 
composition. 

2p Still another object of the present invention is to provide 
pressure-sensitive adhesive sheets comprising the pressure- 
sensitive adhesive composition. 

As a result of extensive studies on the above-described 
problems, it has been found that a living radical polymer- 

25 ization of a styrene-based monomer with an acrylic mono- 
mer in the presence of a specific activating agent and a 
polymerization initiator malies it easy to produce an A-B 
type or B-A type block copolymer or three-block or higher 
copolymers of styrene-based polymer block A and acrylic 

3Q polymer block B, no appropriate synthesis methods of which 
having been known, in the absence of a solvent or in the 
presence of a small amount of a solvent without causing any 
problems in controlhng the resulting polymerization heat. It 
has also been found thai llic use ol a crosslinked polymer 

,5 obtained by crosslinking the copolvmcr as a main compo- 
nent of a pressure-sensitive adhesive makes il possible to 
obtain a pressure-sensitive adhesive cuinposiliuii which suf- 
ficiently satisfies the desired pressure -sensitive adhesive 
properties, particularly well-balanced pressure-sensitive 

4Q adhesive force and cohesive force and excellent heat 
resistance, m addition to the effect of enhancing the light 
resistance characteristic to the acrylic polymer block B 
without causing any economic problems as: in the conven- 
tional emulsion type pressure-sensitive adhesives. The 

45 present invention has been completed based on those find- 

The present invention pro\'idcs a prcssure-seiisilive adhe- 
sive composition comprising a crossiinked polymer 
obtained by crosslinking a block copolymer comprising at 

5n least two of a styrene-based polymer block A and an acryhc 
polymer block B having a structural unit represented by the 
general formula (1): — [CIL— C(R^)COOR^]— wherein R^ 
represents a hydrogen atom or methyl group, and R^ repre- 
sents a C2.14 alkyl group), block-bonded each other. 

55 The present invention also provides pressure-sensitive 
adhesive sheets comprising a layer of the pressure-sensitive 
adhesive composition having the above structure provided 
on a support. 

The present invention further provides a process for the 
60 preparation of the pressure-sensitive adhesive composition, 
which comprises subjecting a styrene-based monomer and 
an acrylic monomer represented by the general formula 
(lA): CH2=C(R^)COOR^ wherein R^ represents a hydro- 
gen atom or methyl group, and R^ represents a €2.14 alkyl 
65 group, optionally together with a monomer having an epoxy 
group in its moiecufe and'or a monomer having a hydroxyi 
group in its molecule, to a li\'ing radical polymerization in 
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an appropriate order of monomers using a polymerization 
initiator in the presence of a transition metal and its ligand 
to produce a block copolymer comprising at least two of a 
styrene-based polymer block A and an acrylic polymer block 
B, block-bonded to each other, and then subjecting said 
block copolymer to crossUnking to produce a crossHnked 
polymer. 

DETAILED DESCRIPTION OF THE 
INVENnON 

Details of the living radical polymerization method are 
described in various literature references, e.g., (1) Patten et 
al., "Radical Polymerization Yielding Polymers with 
Mw/Mn -1.05 by Homogeneous Atom Transfer Radical 
Polymerization", Polymer Preprinted, pp. 575-576, No. 37 
(March 1996), (2) Matyjasewski et al., "Controlled/Living 
Radical Polymerization. Halogen Atom Transfer Radical 
Polymerization Promotedbya Cu(I)/Cu(II) Redox Process", 
Macromolecules 1995, 28, 7901-7910, Oct. 15, 1995, (3) 
PCT/US96/03302 to Matyjasewski et al. International Pub- 
lication No. W096/30421, Oct. 3, 1996, (4) M. Sawamoto et 
al., "Ruthenium-mediated Living Radical Polymerization of 
Methyl Methacrylate", Macromolecules, 1996, 29, 1070. 

The present inventors paid their attention to the Uving 
radical polymerization method. As a result, it was found that 
the living radical polymerization of a styrene-based polymer 
and an acrylic monomer in an appropriate order using a 
polymerization initiator in the presence of a transition metal 
and its ligand as an activating agent makes it easy to produce 
a block copolymer comprising at least two of styrene-based 
polymer block A and acrylic polymer block B, i.e., A-B type 
or B-A type block copolymer or three-block or higher block 
copolymers such as A-B-A type block copolymer 

Examples of the transition metal include Cu, Ru, Fe, Rh, 
V and Ni. In general, the transition metal used is selected 
from the group consisting of halides (chloride, bromide, 
etc.) of these metals. The ligand is coordinated with a 
transition metal as a center to form a complex. The ligan- 
dpreferably used is a bipyridine derivative, mercaptan 
derivative, trifluorate derivative or the like. Of the combi- 
nations of transition metal and its ligand, Cu*^ -bipyridine 
complex is most preferable from the standpoint of polymer- 
ization stabihty or polymerization rate. 

The polymerization initiator preferably used is an ester- 
based or styrcnc-bascd derivative containing a halogen in 
a-position. In particular, a 2-bromo(or chloro)propionic acid 
derivative or chloro (or bromo)-l-phenyl derivative is more 
preferably used. Specific examples of these derivatives 
include methyl 2-bromo (or chloro)propionate, ethyl 
2-bromo (or chloro)propionate, methyl 2-bromo(or chloro)- 
2-methylpropionate, ethyl 2-bromo or chloro)-2- 
methylpropionate and chloro(or bromo)-l-phenylethyl. 

Examples of the styrene-based monomer to be used as one 
of the polymerizable monomers herein include styrene, 
a-methylstyrene and 2,4-dimethylstyrene. The acrylic 
monomer to be used as the other one of the polymerizable 
monomers is an acrylic or mcthacrylic acid alkyl ester 
represented by the general formula (lA): CH,=CR^COOR^ 
wherein R^ represents a hydrogen atom or methyl group, and 
R" represents a C2.14 alkyl group. In particular, (meth) 
acrylic acid alkyl ester having a €4.12 alkyl group, such as 
n-butyl (meth)acrylate, 2-ethylhexyl (meth)acrylate, isooc- 
tyl (meth)acrylate and isononyl (meth)acrylate are prefer- 
ably used. 

As the acryUc monomer, a modifying monomer copoly- 
merizable with the acrylic or methacrylic acid alkyl ester can 
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be used in combination with the acrylic or methacrylic acid 
alkyl ester. In this case, the modifying monomer is used in 
an amount of 50% by weight or less, preferably 30% by 
weight or less, and more preferably 20% by weight or less, 

5 based on the total weight of the acryUc monomer in order to 
obtain good pressure-sensitive adhesive properties. 
Examples of the modifying monomer used include (meth) 
acrylamide, maleic acid monoester, maleic acid diester, 
glycidyl (meth)acrylate, N,N-dimethylamino6thyl (meth) 
acrylate, N,N-dimethylaminopropyl (meth)acrylate, 
N-vinylpyrrolidone, acrylonitrile and (meth) 
acryloylmorpholine . 

In the living radical polymerization method, a styrene- 
based monomer is first polymerized. Subsequently, an 
acrylic monomer is added to continue the polymerization of 

^-^ monomers. Thus, an A-B type block copolymer can be 
produced. During this polymerization procedure, the acryfic 
monomer is added at the time when the amount of the 
styrene-based monomer added exceeds at least 50% by 
weight, normally 70% by weight or more, preferably 80% 

20 by weight or more, and more preferably 90% by weight or 
more. On the other hand, if the acrylic monomer is poly- 
meri/ctl prior to the addition and polymerization of the 
styrcnc-bascd iiKiiKimcr, a B-A type block copolymer can be 
produced. Similar to the above polymerization procedure, 

25 the styrcnc-bascd monomer is added at the time when the 
amount of the acrylic monomer added exceeds at least 50% 
by weight, normally 70% bywcight or more, preferably 80% 
by weight ormore, and more preferably 90% by weight or 

30 Further, if the living radical polymerization is carried out 
in amanner such thata styrene-basedmonomer is 
polymerized, an acrylic monomer is added to conrinue 
polymerization of monomers, and the styrcnc-bascd mono- 
mer is then added to continue polymerization of monomers, 

35 an A-B-Atype block copolymer can be produced. During the 
successive polymerization procedure, the monomer to be 
subsequently added is added at the time when the conversion 
of the monomer which has been previously added exceeds at 
least 50% by weight, normally 60% by weight or more, 

40 preferably 80% by weight or more, and more preferably 
90% by weight or more. 

Moreover, if the above three-stage polymerization is 
followed by the addition of the acryhc monomer to continue 
the polymerization of monomers, an A-B-A-B type block 

45 copolymer can be produced. If this polymerization proce- 
dure is then followed by the addition of the styrene-based 
monomer to continue the polymerization of monomers, an 
A-B-A-B-A type block copolymer can be produced. On the 
other hand, if an alternating living radical polymerization is 

5n effected in the same manner as described above except that 
the monomer to be first polymerized is changed to an acryfic 
monomer, a block copolymer such as B-A-B type, B-A-B-A 
type and B-A-B-A-B type block copolymers can be pro- 
duced. In other words, the alternate tiving radical polymer- 

55 ization of a styrene-based monomer and an acrylic monomer 
makes it possible to produce various block copolymers 
comprising at least three of a styrene-based polymer block 
A and an acrylic polymer block B alternately bonded each 

60 Two or more styrene-based polymer blocks A constituting 
the block ce)polymer comprising at least three blocks bonded 
each other may not be the same but may be styrene-based 
polymer blocks Al, A2 and A3 having different monomer 
compositions. Similarly, two or more acryUc polymer blocks 

65 B constituting the block copolymer may be acryhc polymer 
blocks Bl, B2 and B3 having different monomer composi- 
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In the present invention, it is generally preferred that a 
styrene-based monomer and an acrylic monomer be sub- 
jected to alternate living radical polymerization. However, 
when the styrene-based polymer blocks A (Al, A2, A3, etc.) 
or acrylic polymer blocks B (Bl, B2, B3, etc.) have different 
monomer compositions which are definitely distinguished 
from each other in properties, the order of monomers to be 
subjected to living radical polymerization may be changed 
as necessary to produce three-block or higher block copoly- 
mers which do not necessarily comprise a styrene-based 
polymer block A and an acrylic polymer block B alternately 
bonded each other, such as A1-A2-B type, B1-B2-A type, 
A1-A2-B-A3 type, B1-B2-B3 type, A1-B-A2-A3 type, 
B1-A-B2-B3 type and A1-B1-A2-B2 type block copoly- 

In the living radical polymerization process, the polymer- 
ization initiator may be used in an amount of normally from 
0.01 to 10 mol %, preferably from 0.1 to 5 mol %, and more 
preferably from 0.1 to 2 mol %, per mole of the sum of the 
polymerizable monomers containing a styrene-based mono- 
mer and an acrylic monomer (if a monomer containing a 
hydroxyl group or epoxy group in its molecular as described 
later is used, the sum of polymerizable monomers contain- 
ing these monomers is used). Tlje transition metal is used in 
the form of halide or the like in an amount of normally from 
0.01 to 3 mols, and preferably from 0.1 to 1 mol, per mole 
of the polymerization initiator. The ligand of the transition 
metal is used in an amount of normally from 1 to 5 mols, and 
preferably from 2 to 3 mols, per mole of the transition metal 
which may be in the form of halide. The use of the 
polymerization initiator and the activating agent in the above 
defined proportion makes it possible to provide good results 
in the reactivity of living radical polymerization and the 
molecular weight of the resulting polymer. 

The living radical polymerization can be proceeded with- 
out solvent or in the presence of a solveiil such as butyl 
acetate, toluene and xylene. If the solvent is used, it is used 
in a small amount such that the solvent concentration after 
polymerization is 50% by weight or less in order to prevent 
the drop of polymerization rate. Even if the living radical 
polymerization is effected free from solvent or in the pres- 
ence of a small amount of a solvent, little or no safety 
problems concerning the control over polymerization heat 
can occur. Rather, reduction in the amount of solvent used 
makes it possible to provide good results in economy, 
environmental protection, etc. Referring to the polymeriza- 
tion conditions, the living radical polymerization is carried 
out at a temperature of from 70° C. to 130° C. for about 1 
to 100 hours, though depending the final molecular weight 
or polymerization temperature, taking into account the poly- 
merization rate or deactivation of catalyst. 

The block copolymer thus produced, if it is of A-B type, 
has a structure comprising a styrene-basedi polymer block A 
as a starting point having an acrylic polymer block B having 
a structural unit represented by the general formula (1): 
— [CH2=C(R^)C00R^]— wherein R^ represents a hydro- 
gen atom or methyl group, and R~ represents a C,.;4 alkyl 
group, bonded thereto. If it is of B-A type, the block 
copolymer has a structure comprising the above acrylic 
polymer block B as a starting point having the styrene-based 
polymer block A bonded thereto. If it is of A-B-A type, the 
block copolymer has a structure comprising a styrene-based 
polymer block A as a starting point having the above acrylic 
polymer block B and styrene-based polymer block A 
sequentially bonded thereto. If it is of B-A-B type, the block 
copolymer has a structure comprising the above acrylic 
polymer block B as a starting point having a stjTene-based 
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polymer block A and an acrylic polymer block B sequen- 
tially bonded thereto. The block copolymer comprising at 
least two blocks connected to each other has a microdomain 
structure as in widely used styrene-isoprene-styrene block 

5 copolymers. It is presumed that this microdomain structure 
allows the block copolymer to exhibit well-balanced 
pressure-sensitive adhesive force and cohesive force when 
used as a presstu:e-sensitive adhesive. 

The block copolymer comprising at least two blocks 

10 bonded each other comprises a styrene-based polymer block 
in a proportion not exceeding 50% by weight, preferably not 
exceeding 40% by weight, and more preferably 5 to 20% by 
weight, based on the total weight of the copolymer if it is of 
A-B or B-A type, or in a proportion of not exceeding 60% 

15 by weight, and preferably from 5 to 40% by weight, based 
on the total weight of the copolymer if it is three-block type 
such as A-B-A and B-A-B. If the proportion of the styrene- 
based polymer block A is too large, the resulting polymer 
lacks required viscoelasticity and thus is too hard for 

20 pressure -sensitive adhesives, which is not preferable. On the 
other hand, if the proportion of the styrene-based polymer 
block A is too small, the resulting polymer lacks cohesive 
force required for pressure-sensitive adhesives, which is also 
not preferable. 

The present invention may optionally use, as the poly- 
merizable monomer, a monomer containing an epoxy group 
or hydroxyl group in its molecule besides the styrene-based 
monomer and acrylic monomer. In this case, the structural 
unit derived from these monomers is contained in either the 

■"^ styrene-based polymer block A or the acrylic polymer block 
B depending on the lime at which these monomers are 
added. Accordingly, the term "total weight of the block 
copolymer" as used herein means to indicate the sum of the 
weight of the styrene-based polymer block A and the acrylic 
polymer block B. However, the blocks A and B each have a 
structural unit derived from the above monomer containing 
a hydroxyl group or epoxy group in its molecule. 

In the present invention, the block copolymer comprising 
at least two blocks bonded each other has a number average 
molecular weight of normally from 5,000 to 500,000, and 
preferably from 10,000 to 200,000, from the standpoint of 
pressure-sensitive adhesive properties and coatability. The 
term "number average molecular weight" as used herein 
means to indicate value determined by GPC (gel permeation 
chromatography) method in polystyrene equivalence. 

The block copolymer preferably has a proper functional 
group in its polymer chain to facilitate its crosslinking at the 
final step. The kind of the functional group used is appro- 

5fi priately selected depending on the crosslinking method. For 
example, if the crosslinking treatment is effected with a 
polyfunctional isocyanate as a crosslinking agent under 
heating, the functional group reactive with the crosslinking 
agent is preferably a hydroxyl group. Further, in order to 

55 solve the problems concerning the control over the reaction 
time, i.e., pot life, by the use of the polyfunctional 
isocyanate, the functional group in the polymer chain, if the 
epoxy-crossUnldng treatment is effected, is preferably an 
epoxy group or hydroxyl group. 

60 The block copolymer having a hydroxyl group in its 
polymer chain suitable for crosslinking can be easily pro- 
duced by using a material containing a hydroxyl group in its 
molecule as a polymerization initiator and/or using a mono- 
mer containing a hydroxyl group in its molecule as one of 

65 the polymerizable monomers. 

The use of the polymerization initiator containing a 
hydroxyl group in its molecule makes it possible to intro- 
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duce the hydroxyl group into the starting end of the polymer group can be introduced into the polymer chain at an 

chain. Such a polymerization initiator used is an ester-based arbitrary position depending on the time at which the 

or styrene-based derivative containing a halogen in monomer is added. Accordingly, when the monomer is 

a-position and having a hydroxyl group in its molecule. added in the late stage of polymerization, i.e., at the time 

Specific examples of the derivative used include 5 when the conversion of styreae- 

2-hydroxyethyl 2-bromo(or chloro)propionate, basedmonomerandacrylicmonomer reaches 80% byweight, 

4-hydroxybutyl 2-bromo(or chloro)propionate, an epoxy group can be introduced into the polymer chain at 

2- hydroxyethyl 2-bromo(or chloro)-2-methylpropionate, or in the vicinity of the terminal thereof. If the polymeriza- 
and 4-hydroxybutyl 2-bromo(or chloro)-2- tion reaction is effected in the presence of a polymerization 
methylpropionate. The polymerization initiator having a initiator having two starting points per molecule, two epoxy 
hydroxyl group in its molecule may be used in combination groups are telechelically introduced into the molecular chain 
with the above polymerization initiator having no hydroxyl of copolymer. Alternatively, by adding the monomer 
group in its molecule, with the proviso that the sum of the separately, i.e., m the initial stage of polymerization and the 
amount of the two polymerization initiators is as defined late .stage of polymerization, so that an epoxy group is 
above. ^. introduced into the polymer chain at or in the vicinity of 

If a monomer having a hydroxyl group in its molecule is starting end of the polymer chain and at or in the vicinity of 
used, the hydroxyl group can be introduced into the polymer terminal of the polymer chain, the same telechelic structure 
chain at an arbitrary position depending on the time at which as described above can be obtained. When such a block 
the monomer is added. Such a monomer used is an acrylic copolymer is epoxy-crossUnked to cure, the molecular chain 
or methacrylic acid hydroxyalkylester represented by the of copolymer can extend linearly, making it possible to 
general formula (2A): CH2=CR^C00R'* wherein R' rep- " produce a uniform a crosslinked polymer having a small 
resents a hydrogen atom or methyl group, and R** represents dispersion of inierbridge distance that provides good results 
a C2_6 alkyl group having at least one hydroxyl group. in the enhancement of pressure -sensitive adhesive proper- 
Specific examples of the acrylic or methacrylic acid ties. 

hydroxyalkylester include 2-hydroxyethyl (meth)acrylate, ^. The monomer having an epoxy group in its molecule is 

3- hydroxypropyl (meth)acrylate, 4-hydroxybutyl (meth) ^ represented by the general formula pA): CH2=C(R^) 
acrylate and 6-hydroxyhexyl (meth) acrylate. Such a mono- COOR'' wherein represents a hydrogen atom or methyl 
mer is used in an amount of 10% by weight or less, and group, and R* represents an aUcyl group containing an epoxy 
preferably 5% by weight or less, based on the total weight group. Specific examples of the monomer include glycidyl 
of the polymerizable monomers in order to maintain good (meth)acrylate, methylglycidyl (meth) acrylate, 3,4- 
pressure-sensitive adhesive properties. epoxycyclohexylmethyl (meth) acrylate and 6-mcthyl-3,4- 

The combined use of a polymerization initiator having a epoxycyclohexylmethyl (meth)acrylate. I'hc amount of such 

hydroxyl group in its molecule and a monomer having a a monomer to be used is normally 40% by weight or less, 

hydroxyl group in its molecule makes it possible to provide and preferably 4% by weight or less, based on the total 

better results in pressure-sensitive adhesive properties after 35 weight of the polymerizable monomers in order to maintain 

crosslinking. In particular, if the monomer is added in the good pressure-sensitive adhesive properties, 

late stage of polymerization, i.e., at the time when the Further, the polymerization in the presence of the poly- 

conversionof polymer reaches 80% by weight during the merization initiator having an epoxy group in its molecule 

formation of the final stage polymer block (e.g., second makes it possible to introduce an epoxy group into the 

stage for A-B or B-A type, tliird stage for A-B-A or B-A-B 40 polymer chain at the starting end thereof. Accordingly, if an 

type), the hydroxyl group of the monomer can be introduced epoxy group is introduced into the polymer chain at the 

into the polymer chain at its terminal, in combination with starting end thereof by using the polymerization initiator 

the hydroxyl group derived from the polymerization initiator having an epoxy group in its molecule while introducing an 

introduced into the polymer chain at its starting end. Thus, epoxy group into the polymer chain at or in the vicinity of 

two or more hydroxyl groups are telechelically introduced 45 the terminal thereof by adding the monomer having an 

into the block copolymer. As a result, the crosslinking epoxy group in its mukciilt at ihc laie stage of 

reaction causes the polymer to extend linearly, making it polymerization, two epoxy groups arc telechelically intro- 

possible to obtain a uniform crosslinked polymer having a duced into the molecular chain of the copolymer. As a resuh, 

small dispersion of interbridge distance that brings about when the block copolymer thus obtained is then epoxy- 

good results in the enhancement of pressure-sensitive adhe- 5^ crosslinked to cure, the molecular chain of the copolymer 

sive properties. extends more linearly to produce a uniform crosslinked 

Examples of the block copolymer having an epoxy group polymer having a small dispersion of interbridge distance 

or hydroxyl group in its polymer chain suitable for epoxy that provides good results in the enhancement of pressure- 

crosslinking include (a) block copolymer containing at least sensitive adhesive properties. 

two epoxy groups per molecule, (b) block copolymer con- 55 The polymerization initiator having an epoxy group in its 

taining at least one epoxy group and at least one hydroxyl molecule used can be any ester-based or styrene-based 

group per molecule and (c) block copolymer containing at derivative having a halogen in a-position and an epoxy 

least two hydroxyl groups per molecule. group in its molecule so long as it does not inhibit the 

The block copolymer (a) preferably:contains an epoxy progress of living radical polymerization. Specific examples 

group incorporated therein at or in the vicinity of the end of eo of such an ester-based or styrene-based derivative used 

molecular chain. The block copolymercanbeeasilysynthe- include glycidyl 2-bromo(or chloro)propionate, glycidyl 

sized by using a monomer having an epoxy group in its 2-bromo(or chloro)-2-methylpropionate, 3,4- 

molecule as a monomer other than the styrene-based or epoxycyclohexylmethyl 2-bromo(or chloro)propionate and 

acrylic monomer with a polymerization initiator having an 3,4-cpoxycyclohcxylmcthyl 2-bromo(or chloro)-2- 

epoxy group in its molecule. 65 methylpropionate. 

If the monomer having an epoxy group in its molecule is The block copolymer (b) preferably comprises an epoxy 

used in the living radical polymerization, process, the epoxy group incorporated therein at or in the vicinity of one end of 
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the molecular chain and a hydroxyl group incorporated 
therein at or in the vicinity of the other end of the molecular 

Such a block copolymer can be easily synthesized by (1) 
using as monomers other than the styrene-based monomer 
and acrylic monomer a monomer having an epoxy group in 
its molecule and a monomer having a hydroxyl group in its 
molecule in combination or (2) using a polymerization 
initiator having a hydroxyl group in its molecule together 
with the monomer having an epoxy group in its molecule or 
(3) using the monomer having a hydroxyl group in its 
molecule together with the polymerization initiator having 
an epoxy group in its molecule. 

In accordance with the method (1), a monomer having an 
epoxy group in its molecule is added in the initial stage of 
polymerization, and a monomer having a hydroxyl group in 
its molecule is then added in the late stage of polymeriza- 
tion. Alternatively, the monomer having a hydroxyl group in 
its molecule is added in the initial stage of polymerization, 
and the monomer having an epoxy group in its molecule is 
then added in the lale stage of polymerization. In this 
manner, an epoxy group (or hydroxyl group) can be intro- 
duced into the polymer chain at or in the vicinity of the 
starting end thereof while a hydroxyl group (or epoxy group) 
can be introduced into the polymer chain at or in the vicinity 
of the terminal thereof. Thus, an epoxy group and a hydroxyl 
group are telechelically introduced into the molecular chain 
of the copolymer. As a result, when the block copolymer 
thus obtained is then crosslinked between the epoxy groups 
or between the epoxy group and the hydroxyl group to cure, 
the molecular chain of the copolymer extends more linearly 
to produce a uniform crosslinked polymer having a small 
dispersion of intcrbridgc distance that provides good results 
in pressure-sensitive adhesive properties. 

In accordance with the method (2), a hydroxyl group is 
introduced into the polymer chain at the starting end thereof 
by using a polymerization initiator having a hydroxyl group 
in its molecule, and an epoxy group is then introduced into 
the polymer chain at or in the vicinity of the terminal thereof 
by adding a monomer having an epoxy group in its molecule 
in the late stage of polymerization. In this manner, an epoxy 
group and a hydroxyl group are telecheUcally introduced 
into the molecular chain of the copolymer. Similarly, in 
accordance with the method (3), an epoxy group is intro- 
duced into the polymer chain at the starting end thereof by 
using a polymerization initiator having an epoxy group in its 
molecule, and a hydroxyl group is then introduced into the 
polymer chain at or in the vicinity of the terminal thereof by 
adding a monomer having a hydroxyl group in its molecule 
in the late stage of polymerization. In this manner, an epoxy 
group and a hydroxyl group are similarly telechehcally 
introduced into the molecular chain of the copolymer. 
Similarly, when the block copolymer thus obtained is then 
crosslinked between the epoxy groups or between the epoxy 
group and the hydroxyl group to cure, the molecular chain 
of the copolymer extends more linearly to produce a uniform 
crosslinked polymer having a small dispersion of interbridge 
distance that provides good results in pressure-sensitive 
adhesive properties. 

The block copolymer (c) preferably comprises a hydroxyl 
group incorporated therein at or in the vicinity of the 
molecular chain. The block copolymer can be easily syn- 
thesized by using, as a monomer other than the styrene- 
based monomer and acrylic monomer, a monomer having a 
hydrbxyl group in its molecule, or using such a monomer 
together with a polymerization initiator having a hydroxyl 
group in its molecule. 
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A monomer having a hydroxyl group in its molecule is 
added in the late stage of polymerization so that a hydroxyl 
group is introduced into the polymer chain at or in the 
vicinity of the terminal thereof, during which a polymeriza- 

5 tion initiator having two starting points per molecule is used. 
Alternatively, the monomer is added separately in the initial 
stage of polymerization and in the late stage of polymeriza- 
tion so that a hydroxyl group is introduced into the polymer 
chain at or in the vicinity of the starting end thereof and at 
or in the vicinity of the terminal end thereof. Alternatively, 
the monomer having a hydroxyl group in its molecule is 
added in the late stage of polymerization so that a hydroxyl 
group is introduced into the polymer chain at or in the 
vicinity of the terminal thereof, during which a polymeriza- 

j5 tion initiator having a hydroxyl group in its molecule is used 
so that a hydroxyl group is introduced into the polymer chain 
at the starting end thereof. In this manner, a block copolymer 
comprising two hydroxyl groups telechelically incorporated 
in its molecular chain can be synthesized. When the block is 

2g then crosslinked with an epoxy-crosslinking agent so that 
the epoxy group in the crossUnking agent and the hydroxyl 
group in the copolymer are crosslinked with each other, the 
molecular chain of the copolymer extends more linearly to 
produce a uniform crosslinked polymer having a small 

25 dispersion of interbridge distance that provides good results 
in pressure-sensitive adhesive properties. 

In the present invention, the block copolymer is 
crosslinked to cause the extension of the main chain and the 
network formation at the same time, thereby producing a 

30 crosslinked polymer having a long molecular chain. The use 
of the crosslinked polymer as a main component of pressure- 
sensitive adhesive makes it possible to obtain an pressure- 
sensitive adhesive composition which remarkably satisfies 
the desired pressure-sensitive adhesive properties, particu- 

35 larly weU-balanced pressure-sensitive adhesive peeling 
force and cohesive force and excellent heat resistance. The 
crosslinking method is not specifically limited. Various 
conventional crosslinking methods can be employed. One of 
the effective methods, if the block copolymer contains a 

40 hydroxyl group incorporated in the polymer chain, com- 
prises heating the block copolymer with a polyfunctional 
isocyanate incorporated therein as a crosslinking agent so 
that the hydroxyl group in the block copolymer reacts with 
the isocyanate group as previously described. 

45 Examples of the polyfunctional isocyanate used include 
tolylene diisocyanate, diphenylmethane diisocyanate, 
p-phenylene diisocyanate, hexamethylene diisocyanate, 1,5- 
napthalene diisocyanate, adducts of these diisocyanates with 
polyvalent alcohols such as propanetriol, and tricyanurate 

5n derivatives obtained by trimerizing these diisocyanates. 
These polyfunctional isocyanates may be heated during 
crossUnking in the form of block, particularly in the form of 
compound protected by ethyl acetoacetate, methyl ethyl 
ketoxime, caprolactam or the Uke, so that it is activated 

55 before use. 

The amount of the polyfunctional isocyanate to be used 
depends on the number of hydroxyl groups contained in the 
block copolymer. In practice, however, the polyfunctional 
isocyanate is preferably used in an amount of from 0.05 to 

60 5 parts by weight per 100 parts by weight of the block 
copolymer. If the amount of the polyfunctional isocyanate 
exceeds the above defined range, the resuhing pressure- 
sensitive adhesive force is reduced. On the other hand, if the 
amount of the polyfunctional isocyanate falls below the 

65 above defined range, the resulting cohesive force is insuf- 
ficient. The crosslinking treatment may be effected by heat- 
ing to a temperature of from 50 to 150° C. The crossUnking 
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treatment may be effected in the presence of a catalys 
as tin compound to increase the crosshnking rate. 

Another crosslinking method, if the block copolymer 
contains an epoxy group in the polymer chain, particularly 
one belonging to the block copolymers (a) to (c), comprises ^ 
subjecting the block copolymer to irradiation with ultravio- 
let rays in the presence of an onium salt-based curing 
catalyst and optionally an epoxy-based crosslinking agent so 
that it is epoxy-crosslinked. This method is advantageous in 
that it requires reduced energy, can be effected at a high 
efficiency and requires no heat-resistant support (i.e., object 
to which this method is applied is not limited) as compared 
with the heating method using a polyfunctional isocyanate. 

The epoxy-based crosshnking agent used is a compound _ 
having two or more epoxy groups per molecule. Examples ' 
of such a compound include ethylene glycol diglycidyl ether 
(hereinafter referred to as "EGD"), glycerin diglycidyl ether, 
vinyl cyclohexene dioxide represented by the general for- 
mula (El) shown later, limonene dioxide represented by the 
general formula (E2) shown later, 3,4- ^° 
epoxycyclohexylniethyl-3', 4'-epoxycyclohexyl carboxylate 
(hereinafter referred to as "BEP') represented by the general 
formula (E3) shown later, bis-(3,4-epoxycyclohexyl)adipate 
represented by the general formula (E4) shown later, tri- ^_ 
functional epoxy compound (hereinafter referred to as ' 
"3EP") represented by the general formula (E5) shown later, 
and tetrafunctional epoxy compound (hereinafter referred to 
as "4EP") represented by the general formula (E6) shown 

These epoxy-based crosslinking agents are not essential 
components for epoxy crosslinking and thus may be or may 
not be used if the block copolymer is one belonging to the 
block copolymers (a) and (b) because the block copolymer 
has an epoxy group in its polymer chain. On the other hand, 35 
the block copolymer (c) has no epoxy group in its polymer 
chain and thus cannot be epoxy-crosslinked without such an 
epoxy-based crosslinking agent. The amount of such an 
epoxy 4iascd crosslinking agent, if used, is normally 50 parts 
by weight or less, and preferably 30 parts by weight or less, 49 
per 100 parts by weight of the block copolymer in order to 
obtain good pressure-sensitive adhesive properties. 

General formula (El): Vinylcyclohexene dioxide 



General formula (E3): 



General formula (E5):3cp 



-continued 

,00[0(CHj)5C0]a — OCH2— Z 



•00[0(CH2)5CO]6 — OCH2— Z 



wherein a+b=l, and Z is 3,4-epoxycyclohexyl group repre- 
sented by the following general formula: 



x> 



— OCH2— z 



CH2— CO[0(CH2)5CO]fl- 

CH CXD [0(CH^5C0]i OCH2— Z 

CH CO [0(CH^5C0]c OCH2— Z 

CH2— C0[0(CH^5C0]rf OCH2— Z 



wherein a+b+c+d=3, and Z is 3,4-6poxycycloh6xyl group 
represented by the following general formula: 



The onium salt-based curing catalyst used is preferably a 
diazonium salt, sulfonium salt or iodonium salt represented 
by ArN2*Q", Y-S^Q' or Y2rQ", respcciively, wherein Ar 
represents an aryl group such as bis (dodccylphenyl), Y 
represents an alkyl group or an aryl group dclincd above, 
and Q" represents a nonbasic nucleophilie anion such as 
BF4-, PF,-, AsFfi-, SbFg-, SbClfi-, HSO4- and CI. 

Specific examples of the onium salt-based curing catalyst 
usedincludebis(dodecylphenyl) 
iodoniumhexafluoroantimonate, bis(t-butylphenyl) 
iodonium hexafluorophosphate, bis(t-butylphenvl)iodonium 
trifluoromethanesulfonate, triphenylsulfonium 
trifluoromethanesulfonate, biphenyliodonium 
trifluoromethanesulfonate, phenyl-(3-hydroxy- 
p6ntad6cylphenyl)iodonium hexafluoroantimonate, 
diatyliodoniumtetrakis(pentafluorophenyl)borate, and com- 
pounds containing these components. Besides these 
compounds, various mixtures containing the above 
components, e.g., UV-9380C, produced by Toshiba Silicone 
Co., Ltd., a product containing 4.5% by weight of bis 
(dodccylphenyl) iodonium hexafluoroantimonate, can be 
used. The amount of such an onium salt-based curing 
catalyst to be used is normally from 0.01 to 20 parts by 
weight, and preferably from 0.1 to 5 parts by weight, per 100 
parts by weight of the block copolymer. If the amount of the 
onium salt-based curing catalyst is too small, the curability 
by crosslinking reaction is poor. On the other hand, if the 
amount of the onium salt-based curing catalyst is too large, 
the pressure -sensitive adhesive properties deteriorate. 

The process involving the irradiation with ultraviolet rays 
in the presence of such an onium sail-based curing calalysl 
can be carried out by using an appropriate ultraviolet light 
source such as high-pressure mercury lamp, low-pressure 
mercury lamp and metal halide lamp. The exposed dose is 
not specifically limited. In practice, however, it is normaUy 
from 50 mJ to 5 J/cm^. During this procedure, a filter or 
polyester sheet which cuts ultraviolet rays at the short wave 
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side may be used. The irradiation temperature is not spe- 
cifically limited. In practice, however, it can normally range 

from room temperature to 120° C. 

The pressure-sensitive adhesive composition of the 
present invention may comprise a crosslinked polymer 
obtained by crossKnking as described above and the block 
copolymer comprising at least two of styrene-based polymer 
block A and acrylic polymer block B bonded each other as 
a main component and optionally various additives which 
are incorporated in conventional pressure-sensitive adhesive 
compositions, such as tackifying resins, flUers, antioxidants 
and pigments. 

The pressure-sensitive adhesive sheets of the present 
invention are obtained by a process which comprises apply- 
ing an uncrosslinked pressure-sensitive adhesive composi- 
tion of the present invention to one or both surfaces of a 
support, optionally drying the coated material, and then 
subjecting the coated material to crosslinking in the same 
manner as described above to form a layer of the pressure- 
sensitive adhesive composition normally having a thickness 
of from 10 to 100 ftm on each side, thereby producmg a tape 
or sheet form. The support used is papers, plastic-laminated 
papers, cloth, plastic-laminated cloth, plastic film, metal foil, 
foamed products or the like. Applying the pressure-sensitive 
adhesive composition to the support can be accomplished by 
means of a hot melt coater, comma roll, gravure coater, roll 
coater, kiss coater, slot die coater, squeeze coater or the like. 

The present invention will be further described in more 
detail by reference to the following examples, but it should 
be understood that the invention is not construed as being 
limited thereto. 

Pressure-sensitive adhesive compositions comprising a 
crosslinked polymer obtained by crosslinking an A-B or B-A 
type block copolymer with a polyl'unctional isocyanate 
according to Examples 1 to 3(1 will be described hereinafter 
as compared with pressure-sensitive adhesive compositions 
according to Comparative Examples 1 and 2. 

The A-B type block copolymers (1) to (15) and B-A type 
block copolymer (16) used in the Examples and the random 
copolymer (1) used in the Comparative Examples were 
prepared by the following Preparation Examples 1 to 16 and 
Comparative Preparation Example 1, respectively. In those 
Preparation Examples, starting materials used are mostly 
commercially available products. However, 2-hydroxyethyl 
2-bromopropionate (hereinafter simply referred to as 
"2-H2PN"), 4-hydroxybutyl 2-bromopropionate 
(hereinafter simply referred to as "2-H4PN"), 
2-hydroxyethyl 2-bromo-2-methylpropionate (hereinafter 
simply referred to as "2-H2MPN") and 4-hydroxybutyl 
2-bromo-2-methylpropionate (hereinafter simply referred to 
as "2-H4MPN"), which were used as polymerization initia- 
tors having a hydroxyl group in its molecule, were synthe- 
sized by the following methods. 
Synthesis of 2-H2PN 

4.1 g (20 mmol) of dicyclohexyl carbodiimide, 5 g (81 
mmol) of anhydrous ethylene glycol and 1 ml (12 mmol) of 
pyridine were charged into a reaction vessel. To the mixture 
were then added 14 ml of acetone and 1.5 ml (16.7 mmol) 
of 2-bromopropionic acid while being cooled over ice bath 
to suppress an exothermic reaction. After completion of the 
reaction overnight, the resulting precipitate was removed by 
flhration. To the filtrate 20 ml of ethyl acetate and 15 ml of 
saturated brine were added. The mixture was then allowed to 
stand for a while. Tlie resulting upper ethyl acetate layer was 
washed twice with diluted hydrochloric acid and then three 
times with 15 ml of saturated brine, and then dried with 
anhydrous magnesium sulfate. Magnesium sulfate was 
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removed, and ethyl acetate was then distilled off under 
reduced pressure to obtain a crude product. The crade 
product thus obtained was purified through silica gel chro- 
matography (developing solvent: 1/1 mixture of ethyl 

5 acetate and hexane) to obtain 2-H2PN as the desired prod- 
uct. The yield of 2-H2PN was 1.4 g (43% by weight). 
Synthesis of 2-H4PN, 2-H2MPN and 2-H4MPN 

2-H4PN was synthesized in the same manner as in 
2-H2PN except that 1,4-butanediol was used instead of 

10 anhydrous ethylene glycol. 2-H2MPN was synthesized in 
the same manner as in 2-H2PN except that 2-bromo-2- 
methylpropionic acid was used instead of 2-bromopropionic 
acid. Further, 2-H4MPN was synthesized in the same man- 
ner as in 2-H2PN except that 1,4-butanediol was used 

15 instead of anhydrous ethylene glycol and 2-bromo-2- 
methylpropionic acid was used instead of 2-bromopropionic 

PREPARATION EXAMPLE 1 

Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 
charged 45.5 g (438 mmol) of styrene. To the content of the 
flask was then added 2.05 g (13.1 mmol) of 2,2'-bipyridine. 
The air in the reaction system was replaced by nitrogen. In 
a stream of nitrogen, the reaction mixture was heated to a 
temperature of 90° C. with 626 mg (4.36 mmol) of copper 
bromide (I) added thereto in the presence of 923 mg (4.37 
mmol) of 2-H2MPN as a polymerization initiator to initiate 
polymerization. The polymerization was effected free from 
solvent at a temperature of 90° C. for 12 hours. When the 
conversion (hereinafter the value obtained by dividing the 
weight of the. polymer from which volatile components 
have been removed by heating by the initial weight of the 
polymer solution) was confirmed to have reached 80% by 
weight or more, 182 g (1,420 mmol) of n-butyl acrylate was 
added to the polymer solution through the rubber septum. 
The polymer solution was I'lirlhcr heated for 20 hours. 

When the convcrsidii \v;is again confirmed to have 
reached 80'. hy weight, l.\3 g (6.56 mmol) of 
6-hydroxyhcxyl acrylate was added to the polymerization 
system. The polymerization solution was polymerized over- 
night. The polymerized product thus obtained was diluted 
with ethyl acetate to a concentration of about 20% by 
weight. The catalyst was removed by filtration. Finally, ethyl 
acetate was distilled off. The residue was heated to a 
temperature of 60° C. under reduced pressure to prepare an 
A-B type block copolymer (1) in the form of oily polymer. 

^ PREPARATION EXAMPLES 2 TO 14 

A-B type block copolymers (2) to (14) in the form of oily 
polymer were prepared in the same manner as in Preparation 
Example 1 except that the charged amount of styrene, the 
kind and amount of the polymerization initiator and the kind 

55 and amount of the hydroxyl group-containing monomer 
were changed as shown in Table 1. During each of the 
polymerization processes, the molar amount of copper bro- 
mide (I) to be used was the same as that of the polymer- 
ization initiator, and the molar amount of 2,2'-bipyridine was 

(,0 three times that of the polymerization initiator. 

In Table 1, the abbreviation "BA" indicates n-butyl 
acrylate, the abbreviation "2-BEMPN" indicates ethyl 
2-bromo-2-methylpropionate, the abbreviation "2-CEMPN" 
indicates ethyl 2-chloro-2-methylpropionat6, the abbrevia- 

65 tion "2-IIEA" indicates 2-hydroxyethyl acrylate and the 
abbreviation "6-HHA" indicates a6-hydroxyhexyl acrylate. 
In Table 1, the figure in the parenthesis indicates the molar 
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amount (mmol) of the respective starting material compo- 
nent. Table 1 also contains the starting materials used in 
Preparation Example 1 for reference. 
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TABLE 2-continued 



(xl,000) (xl,000 Mw/Mn 



PreparatioTi 
Example 13 
Preparation 



ilock copolj-mer (1.1) 
Slock copolj-mer (14) 



Example 4 

Examples" 
Preparation 
Example 6 
Preparation 



(1420) 
t5.5 g 182 g 

(1420) 



2-H2MPN 

(4.37) 

2-EI2MPN 

(10.9) 

2-H2MFN 

(3.12) 

2-H2MPN 

(4.37) 

2-H2MPN 

(431) 

2-H2MPN 

2-H4MPN 

(4.37) 

2-H2PN 

(4.37) 

2-H4PN 

(4.37) 

2-BEMPN 

2-CEMPN 



(6.56) 
6-HHA 
(6.56) 
6-HHA 
(16.4) 



6-HHA 
(6.56) 
6-HHA 
(6.56) 
6-HHA 
(6.56) 
6-HHA 
(6.56) 



The A-B type block copolymers (1) to (14) prepared in 
Preparation Examples 1 to 14 were measured for number 
average molecular weight [Mn], weightaverage molecular- 
weight [Mw] and polymer dispersibility [Mw/Mn]. The 
results obtained are shown in Table 2 below. For the mea- 
surement of molecular weight, GPC method described 
herein was used. 



TABLE 2 



Jlock copolymer (1) 
;k copolymer (2) 
:;k copolymer (3) 

■polymer (5) 



Example 7 



Example 1 



^ copol; 



;k copolymer (9) 
ilock copolymer (10) 
Jlock copolymer (11) 
Mode copolymer (12) 



PREPARATION EXAMPLE 15 

Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 

' charged 45.5 g (438 mmol) of styrene. To the content of the 
flask was added 2.05 g (13.1 mmol) of 2,2'-bipyridine. The 
air in the reaction system was replaced by nitrogen. In a 
stream of nitrogen, the reaction mixture was heated to a 
lemperalure of 90° C. wilh 626 mg (4.36 mmol) of copper 

' bromide (I) added thereto in the presence of 923 mg (4.37 
mmol) of 2-H2MPN as a polymerization initiator to ^initiate 
polymerization. The polymerization was effected free from 
solvent at a temperature of 90° C. for 13 hours. 

When the conversion was confirmed to have reached 80% 

' by weight or more, a mixture of 182 g (1,420 mmol) of 
n-butyl acrylate and 1.13 g (6.56 mmol) of 6-hydroxyhexyl 
acrylate was added to the polymer solution through the 
rubber septum. The polymer solution was further heated for 
25 hours. The polymerized product thus obtained was 
diluted with ethyl acetate to a concentration of about 20% by 
weight. The catalyst was removed by filtration. Finally, ethyl 
acetate was evaporated at a temperature of 60° C. under 
reduced pressure to prepare an A-B type block copolymer 

. (15) in the form of oily polymer. I'lie bk.ck copolymer lluis 

' obtained had a number average molecular wcighl [MnJ of 
52.1x1,000, a weigh! average molecular weigh! [Mw] of 
93.1x1,000 and a polymer dispersibilily [Mw/Mn] of 1.78. 

PREPARATION EXAMPLE 16 

Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 
charged 182.2 g (1,420 mmol) of n-butyl acrylate. To the 
content of the flask was added 2.05 g (13.1 mmol) of 

; 2,2'-bipyridine. The air in the reaction system was replaced 
by nitrogen. In a stream of nitrogen, the reaction mixture 
was heated toatemperatureof 110° C. with 626 mg 
(4.36mmol) of copper bromide (I) added thereto. To the 
reaction mixture was added 923 mg (4.37 mmol) of 

1 2-H4MPN as a polymerization initiator to initiate polymer- 
ization. The polymerization was effected free from solvent at 
a temperature of 90° C. for 13 hours. When the conversion 
was confirmed to have reached 80% by weight or more, 45.5 
g (438 mmol) of styrene was added to the polymer solution 

; through the rubber septum. The polymer solution was fur- 
ther heated for 20 hours. 

When the conversion was confirmed to have reached 90% 
by weight or more, 1.13 g (6.56 mmol) of 6-hydroxyhexyl 
acrylate was added to the polymer solution. The polymer 

) solution was polymerized overnight. The polymerized prod- 
uct thus oblained was then diluted with ethyl acetate to a 
concentration of about 20% by weight. The catalyst was 
removed by filtration. Finally, ethyl acetate was evaporated 
at a temperature of 60° C. under reduced pressure to prepare 

j an B-A type block copolymer (16) in the form of oily 
polymer. The block copolymer thus obtained had a number 
average molecular weight [Mn] of 50.8x1,000, a weight 
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average molecular weight [Mw] of 101.1x1,000 and a 
polymer dispersibiHty [Mw/Mn] of 1.99. 

COMPARATIVE PREPARAnON EXAMPLE 1 

Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 
chargedamixtureof 45.5 g (438mmol) of styrene, 182.2 g 
(1,420 mmol) of n-butyl acrylate, 0.3 g (3.84 mmol) of 
2-mercaptoethanol, 1.13 g (6.56 mmol) of 6-hydroxyhexyl j 
acrylate and 400 ml of ethyl acetate. To the content of the 
flask was added 0.5 g of azoisobutyronitrile. The reaction 
mixture was heated toa temperature of 60° C. and polymer- 
ized. Finally, ethyl acetate was evaporated at a temperature 
of G0° C. under reduced pressure to prepare a random j 
copolymer (1) in the form of oily polymer. The random 
copolymer thus obtained had a number average molecular 
weight [Mn] of 60.8x1,000, a weight average molecular 
weight [Mw] of 122.3x1,000 and a polymer dispeisibility 
[Mw/Mn] of 2.01. 2 

EXAMPLE 1 

4 g of the A-B type block copolymer (1) was diluted with 
2 ml of ethyl acetate. To the solution were added 300 mg of 
a 1 wt-% toluene solution of dibutyltin laurate and 300 mg ^ 

of a 10 wt-% toluene solution of diphenylmethane diisocy- 
aiialc as a crossliiiking agent to obtain an uncrosslinked 
pressure -sensitive adhesive composition. Subsequently, the 
pressure -sensitive adhesive composition thus obtained was 
applied to a polyethylene terephthalate film having a thick- ^ 
ness of 27 ^m by means of an applicator having a gap of 200 
fim, and then dried at a temperature of 120° C. for 5 minutes 
and then at a temperature of 50° C. overnight to form an 
pressure-sensitive adhesive composition layer comprising a 
crosslinked polymer obtained by crossUnking the block ^ 
copolymer (1). Thus, an pressure-sensitive adhesive sheet 
was obtained. 

EXAMPLES 2 TO 30 

4 

Various pressure-sensitive adhesive composition layers 
comprisinn a crosslinked polymer ol block copolymer were 
tormed in the same manner as in Lxample 1 except that the 
kind ot the block copolymers and polytunctional isocyanates 
used were changed, respectively, as shown in Tables 3 to .i 4 
below (the amount of the two components used were not 
changetl). Ihus. pressure-sensitive adhesive sheets were 
obtained. 

COMPARMIVL LXAMPl.IiS I AN!) 2 ? 



Pressure-sensitive adhesive sheets were prepared in the 
same manner as in Example 1 except that the random 
copolymer (1) was used instead of the block copolymer (1) 
and compounds as shown in Tabic 5 were used as the 
polyfunctional isocyanate (the amount of the two compo- 
nents used were not changed). 

TABLE 3 



Hexamethylene diisocyanat 
Trimethylolpropane derivat 
of diphenylmethane 
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TABLE 3-continued 



Trimetliylolpropane 



liexametliylene d 
Diplicnylmctliani 
Trimeftylolpiopi 
of tolylene diisoi 



Example 12 
Example 13 
Example 14 
Example 15 
Example 16 
Example 17 
Example 18 
Example 19 
Example 20 



Block copolymer (3) I 
Block copolymer (4) 
Block copolymer (5) 
Block copolymer (6) 
Block copolymer (7) 
Block copolymer (8) 
Block copolymer (9) 
Block copolymer (10) 
Block copolymer (11) 
Block copolymer (12) 
Block copolymer (13) 
Block copolymer (14) 
Block copolymer (15) 
Block copolymer (15) Trimellivlol 



Block copolymer (16) Uiplicir 



dusocyanate 
sxamethylene dusocyanate 
imethylolpropane derivative 



The pressure-sensitive adhesive sheets of Examples 1 to 
30 and Comparative Examples 1 and 2 were measured for 
pressure-sensitive adhesive force and cohesive force (creep) 

. in the following manner. The results obtained are shown in 

' Tables 6 and ylielow. 
Pressure-sensitive Adhesive Force 

The various pressure-sensitive adhesive sheets were each 
cut into a strip having a width of 20 mm and a length of 80 

) mm. The strip thus prepared was press-bonded to an SUS- 
304 plale having a width of 40mm and a length of 100 mm 
by one reciprocation of a rubber roUer having a weight of 2 
kg over the strip. The laminate was allowed to standat room 
temperature for 30 minutes. Using a tensile testing machine, 

j the pressure-sensitive adhesive sheet was peeled ofl' the plate 
at an angle of 180°, a temperature of 25° C. and a rate of 300 
mm/min to measure the force required for peeling. The 
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measurement was made on two samples for each pressure- 
sensitive adhesive sheet. The measurement values were 

averaged. 
Cohesive Force 

The various pressure-sensitive adhesive sheets were each 
applied to a bakelite plate at an area of 10 mm width and 20 
mm length. The falling distance per hour was measured at a 
temperature of 40° C. under a load of 500 g. It is generally 
known that the smaller the moving distance is, the greater is 
the cohesive force. 



adhesive force (g/20 mm 



Comparative 
Example 2 



the foregoing comparative examples were prepared by the 
following above Examples 31 to 41 and Comparative Prepa- 
ration Examples 31 and 32, respectively. 

In the following Preparation Examples 31 to 41, 
2-hydroxyethyl 2-bromopropionate (hereinafter simply 
referred to as "2-H2PN"), 2-hydroxybutyl 2-bromo-2- 
methylpropionate (hereinafter simply referred to as 
"2-H2PN"), 3,4-epoxycyclohexylmethyl 2-bromo-2- 
methylpropionate (hereinafter simply referred to as 
) "2-MPE") and 3,4-epoxycyclohexyl 2-bromopropionate 
(hereinafter simply referred to as "2-HPE"), which are 
polymerization initiators, were synthesized by the following 




m be seen in Tables 6 and 7 above, all the pressure- 
e adhesive sheets of Examples 1 to 30 according to 
the present invention exhibit excellent pressure-sensitive ; 
adhesive properties, i.e., great pressure-sensitive adhesive 
force and cohesive force while the pressure-sensitive adhe- 
sive sheets of Comparative Examples 1 and 2 exhibit a poor 
pressure-sensitive adhesive force. 

Pressure-sensitive adhesive compositions comprising a f 
crosslinked polymer obtained by epoxy-crosslinking an A-B 
type block copolymer according to Examples 31 to 54 will 
be described hereinafter as compared with pressure- 
sensitive adhesive compositions according to Comparative 
Examples 31 and 32. f 

The block copolymers (31) to (41) used in the above 
Examples and the random copolymers (42) and (43) used in 



of 2-H2PN 

g (20 mmol) of dicyclohexyl carbodiimide, 5 g (81 
mmol) of anhydrous ethylene glycol and 1 ml (12 mmol) of 
pyridine were charged into a reaction vessel. To the mixture 
was added a mixture of 14 ml of acetone and 1.5 ml (16.7 
mmol) of 2-bromopropionic acid while being cooled over 
ice bath to suppress the exothermic reaction. After comple- 
tion of the reaction overnight, the resulting precipitate was 
recovered by filtration. To the filtrate 20 ml of ethyl acetate 
and 15 ml of saturated brine were added. The mixture was 
then allowed to stand for a while. The resulting upper ethyl 
acetate layer was washed twice with diluted hydrochloric 
acid and then three times with 15 ml of saturated brine, and 
then dried over anhydrous magnesium sulfate. Magnesium 
sulfate was removed. Ethyl acetate was distilledoff under 
rcduccdprcssurc toobtain a crude product. The crude product 
thus obtained was purified through silica gel chromatogra- 
phy (developing solvent: 1/1 mixture of ethyl acetate and 
hexane) to obtain 2-H2PN as the desired product. The yield 
of 2-II2PN was 1 .4 g (43 9?. by weight) 
Synthesis or2-]12MPN 

2-II2MPN was synthesized in the same manner as in 
2-H2PN except that 2-bromo-2-methylpropionic acid was 
used instead of 2-bromopropionic acid. 
Synthesis of 2-MPE 

41.7 g (326 mmol) of 3,4-epoxycyclohexylmethyl 
alcohol, 50 ml (359 mmol) of triethylamine, 10 ml (124 
mmol) of pyridine and 350 ml of acetone were charged into 
a reaction vessel. To the mixture was added a mixture of 15 
ml of acetone and 40.3 ml (326 mmol) of 2-bromo-2- 
methylpropionic acid bromide while being cooled over ice 
bath to suppress the exothermic reaction. After completion 
of the reaction overnight, the resulting precipitate was 
recovered by filtration. Acetone was distilled oft" under 
reduced pressure to obtain a crude product. The crude 
product thus obtained was purified through silica gel chro- 
matography (developing solvent: 2/1 mixture of acetone and 
hcxanc) to obtain 2-MFE as the desired product. The yield 
of 2-MPE was 34 g (38%) 
Synthesis of 2-HPE 

2-HPE was synthesized in the same manner as in 2-MPE 
except that 2-bromopropionic acid bromide was used instead 
of 2-bromo-2-methylpropionic acid bromide. 

PREPARATION EXAMPLE 31 
Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 
charged 45.5 g (438 mmol) of slyrene. To the content of the 
flask was then added 2.05 g (13.1 mmol) of 2,2'-bipyridine. 
The air in the reaction system was replaced by nitrogen. In 
a stream of nitrogen, the reaction mixture was heated to a 
temperature of 90° C. with 626 mg (4.36 mmol) of copper 
bromide (I) added thereto in the presence of 923 mg (4.37 
mmol) of 2-H2MPN as a polymerization initiator to initiate 
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polymerization. The polymerization was eilected free from 
solvent at a temperature of 90° C. for 12 hours. When the 
conversion (hereinafter the value obtained by dividing the 
weight of the polymer from which volatile components have 
been removed by heating by the initial weight of the polymer 5 
solntion) was confirmed to have reached 80% by weight or 
more, 182 g (1,420 mmol) of n-butyl acrylate was added to 
the polymer solution through the rubber septum. The poly- 
mer solution was further heated for 20 hours. 

When the conversion was again confirmed to have i" 
reached 80% by weight or more, 1.13 g (6.56 mmol) of 
6-hydroxyhexyl acrylate was added to the polymerization 
system. The polymerization solution was polymerized over- 
night. The polymerized product thus obtained was diluted 
with ethyl acetate to a concentration of about 20% by 
weight. Tlie catalyst was removed by filtration. Then, 
H*-type resin (e.g., Indion 130, 10 wt % to the block 
polymer) was added into this filtrate and the mixture was 
stirred at 1.4° C. for 1 hour to remove bipyridine. Finally, 
ethyl acetate was evaporated at a temperature of 60° C. 20 
under reduced pressure to prepare an A-B type block copoly- 
mer (31) in the form of oily polymer. 

PREPARATION EXAMPLES 32 To 41 

A-B type block copolymers (32) to (41) in the form of oily 
polymer were prepared in the same manner as in Preparation 
Example 31 except that the charged amount of styrene and 
n-butyl acrylate, the kind and amount of the polymerization 
initiator and the kind and amount of the hydroxyl group-or 3 
epoxy group-containing monomer were changed as shown 
in Table 8. During each of the polymerization processes, the 
molar amount of copper bromide (I) to be used was the same 
as that of the polymerization initiator, and the molar amount 
of 2,2' -bipyridine was three times that of the polymerization 3 

In Table 8, the abbreviation "6-HA" indicates 
6-hydroxyhexyl acrylate, the abbreviation "2-HEA" indi- 
cates 2-hydroxyethyl acrylate and the abbreviation "3,4- 
ECMA" indicates 3,4-epoxycyclohexylmethyI acrylate. In 4 
Table 8, the figure in the parenthesis indicates the molar 
amount (mmol) of the respective starting material compo- 
nent. Table 8 also contains the starting materials used in 
Preparation Example 31. 
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TABLE 8-continued 



I'he A-B type block copolymers (31) to (41) prepared in 
Preparation Examples 31 to 41 were measured for number 
average molecular weight [Mn], weight average molecular 
weight [Mw] and polymer dispersibihty [Mw/Mn]. The 
results obtained are shown in Table 9 below. For the mea- 
surement of molecular weight, GPC method described 
herein was used. 

TABLE 9 



(xl,0O0) (xl,000) 



Example 31 
Preparation 
Example 32 
Preparation 
Example 33 
Preparation 
Example 34 
Preparation 
Example 35 

Example 36 

Example 37 

Example 38 
Preparation 
Example 39 
Preparation 
Example 40 
Preparation 



:k copolymer 
d£ copolymer 
d£ copolymer 
± copolymer 
± copolymer 

± copolymer 
± copolymer 
± copolymer 




TABLE 8 



COMPARATIVE PREPARATION EXAMPLE 31 



Kind and amount 



1 group- or epoxy 



Example 31 (438) 

Example 32 (438)^ 

Example 33 (219)^ 

Preparation 45.5 g 

Example 34 (438) 

Preparation 45.5 g 

Example 35 (438) 

Preparation 45.5 g 

Example 36 (438) 

Preparation 45.5 g 

Example 37 (438) 

Preparation 45.5 g 

Example 38 (438) 

Preparation 45.5 g 

Example 39 (438) 



(438) 
182 g 
(438) 



(438) 
182 g 
(438) 
182 g 



(4.37) 
2-MPE 
(4.37) 
2-MPE 
(4.37) 
2-HPE 
(4.37) 



(6.56) 
6-HHA 
(4.37) 



(8.74) 
2-HHA 
(6.56) 
6-HHA 

3,4-ECMA 

(6.56) 

3,4-ECMA 

(4.37) 

3,4-ECMA 

(6.56) 



Into the same four-necked flask as used in Preparation 
Example 31 were charged 45.5 g (438 mmol) of styrene, 
182 g (1,420 mmol) of n-butyl acrylate, 1.13 g (6.56 mmol) 

5(1 of 6-hydroxyhexyl acrylate, 0.3 g (3.84 mmol) of 
2-mercaptoethanol and 400 ml of ethyl acetate. To the 
mixture was added 0.5 g of azoisobutyrolintrile. The reac- 
tion mixture was heated to a temperature of 60° C. for 5 
hours to conduct polymerization. After completion of the 

55 polymerization, ethyl acetate was evaporated at a tempera- 
ture of 60° C. under reduced pressure to obtain an oily 
random copolymer (42). The random copolymer (42) thus 
obtained had a number average molecular weight [Mn] of 
60.8x1,000, a weight average molecular weight [Mw] of 

60 122.3x1,000 and a polymer dispersibihty [Mw/Mn] of 2.01. 

COMPARATIVE PREPARATION EXAMPLE 32 
Into the same four-necked flask as used in Preparation 
Example 1 were charged 45.5 g (438 mmol) of styrene, 182 
65 g (1,420 mmol) of n-butyl acrylate, 1.19 g (6.56 mmol) of 
3,4-epoxycyclohexylmethyl acrylate, 0.3 g (1.48 mmol) of 
dodecanethiol and 400 ml of ethyl acetate. To the mixture 
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was then added 0.5 g of azoisobutyrolintrile. The reaction 
mixture was heated to a temperature of 60° C. for 5 hours lo 
conduct polymerization. After completion of the 
polymerization, ethyl acetate was evaporated at a tempera- 
ture of 60° C. under reduced pressure to obtain an oily ; 
random copolymer (43). The random copolymer (43) thus 
obtained had a number average molecular weight [Mn] ot 
59.4x1,000, a weight average molecular weight [Mw] ot 
136xl000and a polymer dispersibihty [Mw.TVIn] of 2.29. 

EXAMPLE 31 
4 g of the A-B type block copolymer (31) was diluted with 
4 ml of ethyl acetate. To the solution were added 120 mg of 
"UV-9380C" [iodonium salt-based curing catalyst produced 

by Toshiba Silicone Co., Ltd.; a chemical product containing 15 
45% by weight of bis(dodecylphenyl) 
iodoniumhexaQuoroantimonate] and 0.1 g of BEP (3,4- 
epoxycyclohexylmethyl-3',4'-epoxycylcohexyl carboxylate) 
as a crosslinking agent. The mixture was uniformly stirred to 
prepare a pressure-sensitive adhesive composition solution 20 
before epoxy-crosshnking. The pressure -sensitive adhesive 
composition solution thus obtained was applied to a poly- 
ethylene terephthalate film (hereinafter referred to as "PET 
film") having a thickness of 27 fim by means of an applicator 
having a gap of 100 ftm, dried at a temperature of 120° C. 25 
for 5 minutes, and then irradiated with ultraviolet rays from 
a high pressure mercury lamp at a dose of 1.3 J at room 
temperature to epoxy-crosslink, to thereby form an pressure- 
sensitive adhesive composition layer comprising a 
crosshnked polymer obtained by crossUnking the block 30 
copolymer. Thus, an pressure-sensitive adhesive sheet was 
obtained. 

EXAMPLES 32 to 54 

23 kinds of pressure-sensitive adhesive composition solu- 35 
tions before epoxy-crosslinking were prepared in the same 
manner as in Example 31 except that the kind of the A-B 
block copolymers (the amotmt used was not changed) and 
the kind and amount of the onium salt-based curing catalysts 
(photo-acid generator) were changed as shown in Tables 10 40 
and 11 and the epoxy-based crosslinking agent to be used 
was changed in its kind and amount as shown in Tables 10 
and 11 or was not used. Further, pressure-sensitive adhesive 
layers containing a crosshnked polymer of the various block 
copolymers were formed on the PET film from these com- 45 
position solutions in the same manner as in Example 31 
except that the exposed dose of ultraviolet rays was deter- 
mined as shown in Tables 10 and 11. Thus, pressure- 
sensitive adhesive sheets were prepared. 

Table 10 also contains the kind of the A-B type block so 
copolymer used in Example 31 and the kind and amoimt of 
the onium salt-based curing catalyst used in Example 31 for 
reference. In Tables 10 and 11, the abbreviations "BBI-102", 
"BBI-105", "TPS-105", "DPI-105" and "CD1012" as 
onium-based curing catalysts indicate bis(t-butylphenyl) 55 
iodoniumhexafluoro phosphate, bis(t-butylphenyl) 
iodoniumtrifluoromethane sulfonate, triphenylsulfonium tri- 

trifluoromethane sulfonate and phenyl(3-hydroxy- 
pentadecylphenyl)iodoniumhexalluoroantimonate, respec- 60 
lively. As crosslinking agents (epoxy compounds), the 
abbreviations "BEP", "EGD", "3EP" and "4EP" are as 
defined hereinabove. 

COMPARATIVE EXAMPLES 31 AND 32 



same manner as m Example 31 except that the random 
copolymers (42) and (43) were used mstead of the block 
copolymer (the amount used was not changed), respectively, 
and the kind and amount ot the onium salt-based curing 
catalyst (photo-acid generator) and epoxy crossUnking agent 
were changed as set lorlh in lable 11. Pressure-sensitive 
adhesive lavers contammg a crosshnked polymer of the 
random copolymers were then formed on PET film from 
these solutions m the same manner as in Example 31. Thus, 
pressurc-scusilivc adhesive sheets were prepared. 

TABLE 10 



Block copolymer (31) UV-9380C BEP 



Example 3; 
Example 3^ 
Example 3; 

Example 3: 
Example 3i 
Example 3< 
Example 4( 
Example 4: 
Example 4; 
Example 4: 
Example 4^ 



UV-938UC BEP 



BBT-102 

(0.06) 

BBI-102 



Slock copolymer (35) BBI-102 
(0.06) 

31ock copolymer (36) BBI-102 
(0.06) 



xample 5( 



Slock copolymer (37) 



BBI-102 
(0.06) 

Example 51 Block copolymer (38) BBI-102 
(0.06) 

Example 52 Block copolymer (39) BBI-102 
(0.06) 

Example 53 Block copolymer (40) BBI-102 
(0.06) 

Example 54 Block copolymer (41) BBI-102 



Two kinds of pressure-sensitive adhesive composition 
solutions before epoxy-crosslinking were prepared in the 



Comparative Random copolyme 



(0.06) 
BBI-102 
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TABLE 11-continued TABLE 13-contmued 



Block cqjolymer catalyst (g) agent (g) rays (J) 

Example 51 

Comparative Random copolymer BBI-102 BEP " Example 52 

Example 32 (43) (0.06) (0.1) Example 53 

Example 54 

10 Comparative 

The pressure-sensitive adhesive sheets of Examples 31 to ^Taratfve 

54 and Comparative Examples 31 and 32 were measured for Example 32 

pressure-sensitive adhesive force and holding force 

(cohesive force) in the following manner. 'ITie results ^ 
obtained are shown in Tables 12 and 13 below. 



Holding force (mm/hr) 



Measurement of Pressure -sensitive Adhesive Force 



; As can be seen from Tables 12 and 13 above, all the 
pressure -sensitive adhesive sheets of Examples 31 to 54 
comprising as a main component a crosslink ed polymer 

The various pressure-sensitive adhesive sheets were each obtained by epoxy-crosslinking block copolymers obtained 

cut into a strip having a width of 20 mm and a length of 80 by living radical polymerization exhibit excellent pressure- 

mm. The strip thus prepared was press-bonded to an SUS- sensitive adhesive properties, i.e., great pressure-sensitive 

304 plate having a width of 40 mm and a length of 100 mm ^° adhesive force and cohesive force. Further, the various 

by one reciprocation of a mbber roller having a weight of 2 pressure-sensitive adhesive sheets according to Examples 31 

kg once over the strip. The laminate was allowed to stand at to 54 exhibit an excellent light resistance based on the 

room temperature for 30 minutes. Using a tensile testing acrylic polymer block B and an excellent heat resistance 

machine, the pressure -sensitive adhesive sheet was peeled based on the epoxy crosslinking treatment. Moreover, since 

off the plate at an angle of 180°, a temperature of 25° C. and these pressure-sensitive adhesives are prepared free from a 

a rate of 300 nuu/min to measure the force required for ^^^SP amount of a solvent or water, no problems occur in 

peeling. Ihc incasiircraent was made on two samples for economy, working atmosphere, safety, etc. as well as in pot 

each pressure -scnsiiive adhesive sheet. The measurement 

values were averaged other hand, the pressure-sensitive adhesive sheets 

, , » r ij- r. 30 according to Comparative Examples 31 and 32 comprising 

Measurement of Holdmg Force . ' , i j i u. • j r. 

° as a main iximnoin nl :i iToss inkeri nnlvmer nbtarneri hv 



jssi inked polymer obtained by 
aiy random copolymer are poor 
properties. In particular. 



these pressure-sensitive adhesive sheets exhibit a definitely 



ilie various pressure-sensitive adhesive sheets were each 
applied to a bakelite plate at an area of 10 mm width and 20 
mm length. The falling distance per hour was then measured 

at a temperature of 40° C. under a load of 500 g. It is ^. g^^i p^^^ 

generally known that the smaller the faUing distance is, the Pressure-"sensrtivradhesive' compositions comprising a 

greater is the cohesive force. crossHnkedpolymerobtainedby crosslinking anA-B-Atype 

block copolymer according to Examples 61 to 93 will be 

TABLE 12 described hereinafter as compared with pressure-sensitive 

Pressure-sensitive '^^ adhesive Compositions according to Comparative Examples 

adhesive force (g/20 mm 61 and 63. 

width) Holding force (mm/hr) The A-B-Atype block copolymers (61) to (67) used in the 

Exam le 31 57^ 018 above Examples and the random copolymer (68) used in the 

Example 32 373 039 above Comparative Examples were prepared by the follow- 

Example 33 682 0.19 45 ing Preparation Examples 61 to 67 and Comparative Prepa- 

Example 34 579 0.19 ration Example 1, respectively. In these Preparation 

Example 36 56S 0 ^1 Examples, the starting materials used are mostly commer- 

Example 37 397 0J8 cially available products. However, 2-hydroxyethyl 

Example 38 406 0.18 2-bromo-2-methylpropionate (hereinafter simply referred to 

Example 39 478 0.11 sn as "2-H2MPN"), which was used as a polymerization ini- 

Example 41 405 ai9 tiator having a hydroxyl group in its molcculc, was synthc- 

Example 42 466 0.22 sized by the following method. 

Example 43 555 0.15 Synthesis of 2-H2MPN 

"xample 44 .586 0.22 Excess amounts of ethylene glycol (44 ml (788 mmol)), 

55 triethylamine (100 ml (717 mmol)) and pyridine (20 ml (200 
mmol')) were charged into a reaction vessel. To the mixture 
were added 800 ml of acetone and 150 g (652 mmol) of 
2-bromoisobutylyl bromide while being cooled over ice bath 
to suppress the exothermic reaction. After 16 hours of 
60 reaction, the resulting precipitate was recovered by filtration. 
To ihe precipitate thus recovered were added 1 liter of ethyl 
acetate and 500 ml of saturated brine. The mixture was 
thoroughly shaken. The mixture was allowed to stand for a 
while. The resulting upper ethyl acetate layer was washed 
65 twice with diluted hydrochloric acid and then three times 
with 500 ml of saturated brine, and then dried over anhy- 
drous magnesium sulfate. Magnesium sulfate was removed. 
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Ethyl acetate was distilled off under reduced pressure to 
obtain a crude product. The crude product thus obtained was 
puritied by distillation method (87 to 90° C./0.25 mmHg) to 
obtain 2-II2MPN as the desired product. The yield of 
2-H2MPN was 88 g (64% by weight). ; 

PREPARAnON EXAMPLE 61 

Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 
charged 14.2 g (137 mmol) of styrene. To the content of the l 
flask was added 1.3 g (8.3 mmol) of 2,2'-bipyridine. The air 
in the reaction system was replaced by nitrogen. In a stream 
of nitrogen, the reaction mixture was heated to a temperature 
of 90° C. with 410 mg (2.84 mmol) of copper bromide (I) 
added thereto in the presence of 600 mg (2.84 mmol) of i 
2-H2MPN as a polymerization initiator to initiate polymer- 
ization. The polymerization was effected free from solvent at 
a temperature of 90° C. for 12 hours. When the conversion 
(hereinafter the value obtained by dividing the weight of the 
polymer from which volatile components have been 2 
removed by heating by the initial weight of the polymer 
solution) was confirmed to have reached 80% by weight or 
more, 85 g (662 mmol) of n-butyl acrylate was added to the 
polymer solution through the rubber septum. The polymer 
solution was further heated to a temperature of 110° C. for 2 
20 hours. When the conversion was again confirmed to have 
reached 80% by weight or more, 14.2 g (137 mmol) of 
styrene was added to the polymerization system through the 
rubber septum. The polymerization solution was heated to a 
temperature of 90° C. for 20 hours. The polymerized product 3 
thus obtained was diluted with ethyl acetate to a concentra- 
tion of about 20% by weight. The catalyst was removed by 
filtration. Then, 1 1' -type resin (e.g., Indion 130, 10 wt % to 
the block polymer) was added into this filtrate and the 
mixture was stirred at 1.4° C. for 1 hour to remove bipyri- 3 
dine. Finally, ethyl acetate was evaporated at a temperature 
of 50° C. under reduced pressure to prepare an A-B-A type 
block copolymer (61) in the form of oily polymer. 
PREPARATION EXAMPLE 62 

Into a four-necked flask equipped with a mechanical 4 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 
charged 14.2 g (137 mmol) of styrene. To the content of the 
flask was added 1.3 g (8.3 mmol) of 2,2'-bipyridine. The air 
in the reaction system was replaced by nitrogen. In a stream 
of nitrogen, the reaction mixture was heated to a temperature 4 
of 90° C. with 410 mg (2.84 mmol) of copper bromide (1) 
added thereto in the presence of 600 mg (2.84 mmol) of 
2-1I2MPN as a polymerization initiator to initiate polymer- 
ization. The polymerization was effected free from solvent at 
a temperature of 90° C. for 12 hours. When the conversion .5 
was confirmed to have reached 80% by weight or more, 85 
g (662 mmol) of n-butyl acrylate was added to the polymer 
solution through the rubber septum. The polymer solution 
was further heated to a temperature of 110° C. for 20 hours. 
When the conversion was again confirmed to have reached 5 
80% by weight or more, 7:40 mg (4.28 mmol) of 
6-hydroxyhexyl acrylate was added to the polymerization 
system. The polymerization solution was polymerized for 16 
hours. Finally, to the polymerization solution was added 
14.2 g (137 mmol) of styrene through the rubber septum. 6 
The polymerization solution was heated to a temperature of 
90° C. for 20 hours. The polymerized product thus obtained 
was diluted with ethyl acetate to a concentration of about 
20% by weight. The catalyst was removed by filtration. 
Then, R-^-type resin (e.g., Indion 130, 10 wt % to the block 6 
polymer) was added into this filtrate and the mixture was 
stirred at 1.4° C. for 1 hour to remove bipyridine. Finally, 



ethyl acetate was evaporated at a temperature of 50° C. 
under reduced pressure to prepare an A-B-A type block 
copolymer (62) in the form of oily polymer. 

PREPARATION EXAMPLES 63 TO 66 

A-B-A type block copolymers (63) to (66) in the form of 
oily polymer were prepared in the same manner as in 
Preparation Example 62 except that the amount of styrene 
charged in the first stage, the kind and amount of the acrylic 
monomer charged in the second stage and the amount of 
styrene charged in the third stage initiator were changed as 
shown in Table 14 although the charged amount of 
2-H2MPN as a polymerization initiator and the charged 
amount of 6-hydroxyhexyl acrylate as an acrylic monomer 
having a hydroxyl group in its molecule were not changed. 
During each of the polymerization processes, the molar 
amount of copper bromide (I) to be used was the same as that 
of the polymerization initiator, and the molar amount of 
2,2'-bip5Tidine was three times that of the polymerization 
' initiator. Table 14 also contains the amount of the monomers 
used in the first to third stages in Preparation Example 62 for 
reference. 

In Table 14, the abbreviation "BA" indicates n-butyl 
; acrylate, the abbreviation ■'2-HEA" indicates 
2-hydroxyethyl acrylate, and the abbreviation "HA" indi- 
cates hexyl acrylate. In Table 14, the figure in the parenthesis 
indicates the molar amotmt (mmol) of the respective starting 
material component. 

) 

TABLE 14 
Kind and 
acrylic 

J Styrene monomer Styrene 

charged in 1st charged in 2nd charged in 3rd 
stage (mmol) stage (mmol) stage (mmol) 



Preparation 28.4 g (273) BA 85 g (662) 28.4 g (273) 

Example 63 

Preparation 7.1 g (69) 2EtIA 85 g (461) 7.1 (69) 



7.1 g (69) 
14.2 g (137) 



PREPARATION EXAMPLE 67 

Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum was 
charged 14.2 g (137 mmol) of styrene. To the content of the 
flask was added 1.3 g (8.3 mmol) of 2,2'-bipyridine. The air 
in the reaction system was replaced by nitrogen. In a stream 
of nitrogen, the reaction mixture was heated to a temperature 
of 90° C. with 410 mg (2.84 mmol) of copper bromide (I) 
added thereto in the presence of 600 mg (2.84 mmol) of 
2-H2MPN as a polymerization initiator to initiate polymer- 
ization. The polymerization was effected free from solvent at 
a temperature of 90° C. for 12 hours. When the conversion 
was confirmed lo have reached 80% by weight or more, 85 
g (662 mmol) of n-butyl acrylate was added to the polymer 
solution through the rubber septum. The polymer solution 
was further heated to a temperature of 110° C. for 20 hours. 
When the conversion was again confirmed to have reached 
80% by weight or more, 14.2 mg (137 mmol) of styrene was 
added to the polymerization solution through the rubber 
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septum. The polymerization solution was heated to a tem- 
perature of 90° C. for 20 hours. Finally, 740 mg (4.28 mmol) 
of 6 -hydroxy hexyl acrylate was added to the polymerization 
system. The polymerization solution was polymerized for f 6 
hours. The polymerized product thus obtained was diluted ; 
with ethyl acetate to a concentration of about 20% by 
weight. The catalyst was removed by filtration. Then, 
H*-type resin (e.g., Indion f30, fO wt % to the block 
polymer) was added into this filtrate and the mixture was 
stirred at 1.4° C. for 1 hour to remove bipyridine. Finally, l 
ethyl acetate was evaporated at a temperature of 50° C. 
under reduced pressure to prepare an A-B-A type block 
copolymer (67) in the form of oily polymer. 

The A-B-A type block copolymers (61) to (67) prepared 
in Preparation Examples 61 to 67 were measured for number l 
average molecular weight [Mn], weight average molecular 
weight [Mw] and polymer dispersibihty [Mw/Mn]. The 
results obtained are shown in Table 15 below. For the 
It of molecular weight, GPC method described 



of block 



1,000) 1,000) Mw/Mn 



Example 61 
Preparation 
Example 62 
Preparation 
Example 63 

Example 64 

Example 65 

Example 66 

Example 67 



Block copolymer (61) 
Block copolymer (62) 
Block copolymer (63) 
Block copolymer (64) 
Block copolymer (65) 
Block copolymer (66) 
Block copolymer (67) 



thus obtained was applied to a polyethylene terephthalate 
film (hereinafter referred to as "PET film") having a thick- 
ness of 25 fim by means of an applicator having a gap of 200 
fim, and dried at a temperature of 120° C. for 5 minutes and 
then at a temperature of 50° C. for 16 hours to form a 
pressure -sensitive adhesive composition layer comprising a 
crosslinked polymer obtained by crosslinking the block 
copolymer (61) Thus, an pressure-sensitive adhesive sheet 
was obtained. 

EXAMPLES 62 TO 74 

Various pressure-sensilive adhesive composition layers 
comprising a crosslinked polymer of block copolymer were 

' formed on PET film in the same manner as in Example 61 
except that the kind of the block copolymers and polyfunc- 
tional isocyanates used were changed, respectively, as 
shown in Tables 16 to 17 below (the amount of the two 
components used were not changed). Thus, pressure- 

' sensitive adhesive sheets were obtained. Table 16 also 
contains the kind of block copolymer and polyfunctional 
isocyanate used in Example 61 for reference. 

. COMPARATIVE EXAMPLES 61 AND 62 

Pressure-sensitive adhesive composition layers contain- 
ing a crosslinked polymer of the random copolymer were 
each formedon PET film in the samemanner as in Example 
61 except that the random copolymer (68) was used instead 
' of the block copolymer (61) and the compound as shown in 
Table 17 (the amount of the two components used were not 
changed) was used as the polyfunctional isocyanate. Thus, 
pressure-sensitive adhesive sheets were prepared. 

' TABLE 16 



COMPARAnVE PREPARATION EXAMPLE 61 

Into a four-necked flask equipped with a mechanical 
stirrer, a nitrogen inlet, a condenser and a rubber septum 
were charged 45.5 g (438 mmol) of styreu 182 g (1,420 
mmol) of n-butyl acrylate, 0.3 g (3.84 mmol) of ^ 
2-mercaptoethanol, 1.13 g (6.56 mmol) of 6-hydroxyhexyl 
acrylate and400 ml of ethyl acetate. To the mixture was 
added 0.5 gof azoisobutyrolintrile. The reaction mixture was 
heated to a temperature of 60° C. for 5 hours to conduct 
polymerization. Then, H*-type resin (e.g., Indion 130, 10 wt 
% to the block polymer) was added into this filtrate and the 
mixture was stirredat 1.4° C. for 1 hour to remove bipyri- 
dine. Finally, ethyl acetate was evaporated at a temperature 
of 60° C. under reduced pressure to obtain an oily random 
copolymer (68). The random copolymer (68) thus obtained 
had a number average molecular weight [Mn] of 60.8x1, 
000, a weight average molecular weight [Mw] of 122.3x1, 
000 and a polymer dispersibihty [Mw/Mn] of 2.01. 

EXAMPLE 61 

4 g of the A-B-A type block copolymer (61) was diluted 
with 2 ml of ethyl acetate. To the solution were added 300 
mg of a 1 wt % toluene solution of dibutyltin laurate and 300 
mg of a 10 wt % toluene solution of diphenylmethane 
diisocyanate as a crosshnking agent to obtain a pressure- i 
sensitive adhesive composition before crosslinking. 
Subsequently, the pressure-sensitive adhesive composition 



Example 63 
Example 65 



Example 67 
hixample 68 
Example 69 



Block copolymer (62) 
Block copolymer (62) 
Block copolymer (62) 
Block copolymer (62) 



Block copolymer (62) Trimelhvlolpropane 
of tolylene diisocya 
Block copolymer (62) 'rrimethylolpropane 
nethylem ' 



Example 71 
Example 72 
Example 73 
Example 74 
Comparative 



Block copolymer (63) 
Block copolymer (64) 
Block copolymer (65) 
Block copolymer (66) 
Block copolymer (67) 
Random copolymer (68) 



TABLE 17-continued 
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ing agents to be used were changed as shown in Table 18. 
Further, pressure -sensitive adhesive composition layers con- 
taining a crosslinked poljaner of the random copolymers 
janate Were each formed from these composition solutions on PET 

^ film in the same manner as in Example 75 to prepare 

mte™^""' pressure-sensitive adhesive sheets. 



EXAMPLE 75 l 

4 g of the A-B-A type block copolymer (61) was diluted 
with 4 ml of ethyl acetate. To the solution were added 120 
mg of "UV-9380C" [iodonium sah-based curing catalyst 
produced by Toshiba Sihcone Co., Ltd.; a chemical product 
containing 45% by weight of bis (dodecylphenyl) ^ 
iodoniumhexafluoroantimonate] and 0.1 g of BEP (3,4- 
epoxycycohexylmethyl-3', 4'-epoxycylcohexyl carboxylate) 
as a crosslinking agent. The mixture was uniformly stirred to 
prepare an uncrosshnked pressure-sensitive adhesive com- 
position solution. The pressure-sensitive adhesive composi- 
tion solution thus obtained was applied to PET film having 
a thickness of 25 fim by means of an applicator having a gap 
of 1 00 /m, dried at a temperaliirc cif 1 20° C. for 5 minutes, 
and then irradiated with ultraviolet rays from a high pressure 
mercury lamp at an exposed dose of 1.3 .1 at room tempera- ^ 
ture to crosslink the same to thereby form an pressure- 
sensitive adhesive composition layer comprising a 
crosslinked polymer obtained by crosslinking the foregoing 
block copolymer (61). Thus, a pressure-sensitive adhesive 
sheet was obtained. 

EXAMPLES 76 TO 93 

Uncrosslinked pressure-sensitive adhesive composition 
solutions were prepared in the same manner as in Example 3 
75 except that the kind of the block copolymers (the amount 
used was not changed) and the kind and amount of the 
onium sah-based curing catalysts (photo-acid generator) and 
the epoxy-based crosslinking agents to be used were 
changed as shown in Table 18. Further, pressure-sensitive ^ 
adhesive layers containing a crosshnked polymer of the 
various block copolymers were formed on the PET film from 
these composition solutions in the same manner as in 
Example 75 except that the dose.of ultraviolet rays was 
determined as shown in Table 18. Thus, pressure-sensitive ^ 
adhesive sheets were prepared. Table 18 also contains the 
kind of the block copolymer used in Example 75 and the 
kind and amount of the onium salt-based curing catalyst 
used in Example 75 for reference. 

In Table 18, the abbreviations "BBI-102", "BBI-105", 5 
"TPS-105", "DPI-105" and "CD1012" as onium-based cur- 
ing catalysts indicate bis(t-butylphcnyl)iodoniumhexafluoro 
phosphate, bis(t-butylphenyl)iodoniumtrifluoromethane 
sulfonate, triphenylsulfonium trifluoromethane sulfonate, 
biphenyliodonium trifluoromethane sulfonate and phenyl 5 
(3-hydroxy-pentadecylphenyl) 
iodoniumhexafluoroantimonate, respectively. The abbrevia- 
tions "BEP", "EGD", "3EP" and "4EF'as epoxy-based 
crosslinking agents are the same as defined hereinabove. 

COMPARATIVE EXAMPLE 63 



TABLE 1 



Example 76 
Example 77 

Example 79 
Example 80 
Example 81 
Example 82 
Example 83 
Example 84 
Example 85 
IZxample 86 
Example 87 
Example 68 



Example 93 



copolymer 

(62) 

Block 



copolymer 
Block 



copolymer 

HA 
copolymer 



(0.06) 

BBI-102 
(0.06) 

BBI-102 
(0.06) 



Uncrosslinked pressure-sensitive adhesive composition 
solutions were prepared in the same manner as in Example 
75 except that the random copolymer (68) was used instead 
of the block copolymer (the amount used was not changed) 6 
and the kind and amount of the onium salt-based curing 
catalysts (photo-acid generator) and epoxy-based crosshnk- 



(0.06) 

BBI-102 
(0.06) 



(0.06) 

BBI-102 
(0.06) 

BBI-102 
(0.06) 



BEP (0.1) 

BEP (0.1) 



BEP (0.2) 
BEP (0.1) 



BEP (0.1) 
BEP (0.1) 



BEP (0.1) 
BEP (0.1) 



The pressure-sensitive adhesive sheets of Examples 61 to 
93 and Comparative Examples 61 and 63 were measured for 
pressure-sensitive adhesive force and cohesive force (creep) 
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in the following manner. The results obtained are shown in 
Tables 19 and 20 below. 
Pressure-sensitive Adhesive Force 

The various pressure-sensitive adhesive sheets were each 
cut into a strip having a width of 20 mm and a length of 80 5 
mm. The strip thus prepared was press-bonded to an SUS- 
304 plate having a width of 40mm and a length of 100 mm 
by one reciprocation of a rubber roller having a weight of 2 
kg once over the strip. The laminate was then allowed to 
stand at room temperature for 30 minutes. Using a tensile 10 
testing machine, the pressure-sensitive adhesive sheet was 
peeled o£f the plate at an angle of 180°, a temperature of 25° 
C. and a rate of 300 mm/min to measure the force required 
for peeling. The measurement was made on two samples for 
each pressure-sensitive adhesive sheet. The measurement 15 
values were averaged. 
Cohesive Force 

The various pressure-sensitive adhesive sheets were each 
applied to a bakelite plate at an area of 10 mm width and 20 
mm length. The falling (sliding) distance per hour was 20 
measured at a temperature of 40° C. under a load of 500 g. 
It is generally known that the smaller the distance is, the 
greater is the cohesive force. 

TABLE 19 25 
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TABLE 20-continued 



Example 
Example 
Example 
Example 

Example 
iixample 
Example 
Example 




As can be seen from fables 19 and 20 above, all the 
pressure-sensitive adhesive sheets of Examples 61 to 93 
according to the present invention exhibit excellent 
pressure-sensitive adhesive properties, i.e., great pressure- 
sensitive adhesive force and cohesive force while the 
pressure-sensitive adhesive sheets of Comparative 
Examples 61 to 63 exhibit a poor pressure-sensitive adhe- 
sive force. 

As described above, the present invention can provide a 
pressure-sensitive adhesive composition which comprises as 
a main component of pressure-sensitive adhesive a 
crosslinked polymer obtained by crosslinking a block 
copolymer comprising at least two of a styrene-based poly- 
mer block A and an acrylic polymer block B, e.g., A-B type 
or B-A type block copolymer or A-B-A type block 
copolymer, that has been produced free from the conven- 
tional safety or economy problems in the absence of solvent 
or in the presence of a small amount of a solvent to satisfy 
the desired pressure-sensitive adhesive properties, particu- 
larly well-balanced pressure-sensitive adhesive force and 
cohesive force and excellent heat resistance, in addition to 
the inherent characteristics due to the acrylic polymer block 
B, i.e., enhancing the light resistance, a process I'or the 
preparation thereof and pressure-scnsiii\'c atllicsivc sheets 
comprising such a pressure-sensitive adhesive cuiii[Hisiliuii. 

What is claimed is: 

1. A process for the preparation of a pressure -sensitive 
adhesive composition, which comprises subjecting a 
styrene-based monomer and an acrylic monomer repre- 
sented by the general formula (lA): CH2=C(R^)C00R^ 
wherein represents a hydrogen atom or methyl group, and 
R^ represents a C2.14 alkyl group, to a living radical poly- 
merization in an appropriate order of monomers using a 
polymerization initiator in the presence of a transition metal 
and its Hgand to produce a block copolymer comprising at 
least two of a styrene-based polymer block A and an acrylic 
polymer block li bcnided to each other, and then subjecting 
said block copolymer to crosslinking to produce a 
crosslinked polymer, 

wherein said styrene-based monomer and said acryHc 
monomer are subjected to a living radical polymeriza- 
tion together with at least one monomer selected from 
the group consisting of a monomer having an cpoxy 
group in its molecule and a monomer having a 
hydroxyl group in its molecule. 

2. The process for the preparation of a pressure-sensitive 
adhesive composition as clauned in claim 1, wherein said 
block copolymer is an A-B type or B-A type block copoly- 



3. The process for the preparation of a pressure-s< 
adhesive composition as claimed in claim 2, wherein said 

) styrene-based polymer block A is present in an amount not 
exceeding 50% by weight based on the total weight of said 
block copolymer. 

4. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 1, wherein said 

) block copolymer is an A-B-A type block copolymer. 

5. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 4, wherein said 
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styrene-based polymer block A is present in an amount not 
exceeding 60% by weight based on the total weight of said 
block copolymer. 

6. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 1, 2, 3, 4 or 5, 
wherein said block copolymer contains a hydroxyl group in 
its polymer chain and is heat-crosslinked with addition of a 
polyfunctional isocyanate to the hydroxyl group. 

7. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 1, 2, 3, 4 or 5, 
wherein said block copolymer contains an epoxy group in its 
polymer chain and is irradiated with ultraviolet rays with 
addition of an onium salt-based curing catalyst thereto to 
epoxy -crosslink. 

8. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 7, wherein said 
block copolymer contains at least two epoxy groups per 
molecule. 

9. The process for the preparation of a pressure -sensitive 
adhesive composition as claimed in claim 8, wherein said 
epoxy groups are incorporated in said block copolymer at or 
in the vicinity of the end of the polymer chain thereof. 

10. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 7, wherein said 
block copolymer contains at least one epoxy group and at 
least one hydroxyl group per molecule. 

11. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 10, wherein said 
epoxy groups arc incorporated in said block copolymer at or 
in the vicinity of the end of the polymer chain thereof and 
said hydroxyl groups are incorporated in said block copoly- 
mer at or in the vicinity of the polymer chain thereof. 

12. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 7, wherein said 
block copolymer contains at least two hydroxyl groups per 
molecule and is epoxy-crosslinked with addition of the 
onium salt-based curing catalyst and an epoxy-based 
crossUnking agent to the hydroxyl group. 

13. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 12, wherein said 
hydroxyl groups are incorporated in said block copolymer at 
or in the vicinity of the end of the polymer chain thereof. 
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14. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 1, wherein said 
transition metal is Cu, Ru, Fe, Rh, V or Ni and its ligand is 
a bipyridine derivative, mercaptan derivative or trifluorate 

5 derivative. 

15. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 14, wherein a 
combination of said transition metal and said ligand is 
Cu*^-bipyridine complex. 

jQ 16. The process for the preparation of a pressure-sensitive 
adhesive composition as claimed in claim 1, wherein said 
polymerization initiator is an ester- or styrene-based deriva- 
tive containing a halogen in a-position. 

17. The process for the preparation of a pressure -sensitive 
j5 adhesive composition as claimed in claim 1, wherein said 

polymerization initiator contains an epoxy group or 
hydroxyl group in its molecule. 

18. A process for the preparation of pressure-sensitive 
adhesive sheets comprising 

20 preparing a pressure-sensitive adhesive composition by 
siibjccliiig u slyicue-based monomer and an acryhc 
niDnomcr represented by the general formula (lA): 
CH^=C(R^)COOR^ wherein represents a hydrogen 
atom or methyl group, and R2 represents a C2.14 alkyl 

25 group, to a living radical polymerization in an appro- 
priate order of monomers using a polymerization ini- 
tiator in the presence of a transition metal and its ligand 
to produce a block copolymer comprising at least two 
of a styrene-based polymer block A and an acrylic 

30 polymer block D bonded to each other, and then sub- 
jecting said block copolymer lo crosslinking to produce 
a crosslinked polymer, 
wherein said styrene-based iiiuuuiiier and said acryhc 
monomer are subjected to a living radical polymeriza- 

35 tion together with at least one monomer selected from 
the group consisting of a monomer having an epoxy 
group in its molecule and a monomer having a 
hydroxyl group in its molecule, and 
providing a layer of the pressure-sensitive adhesive com- 

40 position on a support. 



